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Description 

tallin^STn^tr 10 Z**T- °' maWn9 3 C ° rtainer havin9 enhanced sk,ewa " co^tallinity and low base crys- 
; e ^ echa ^ c,enan 9 ° f cla ™ 1 ^ claim 26 respectively and to containers according to J?e 

^*ortr^ 

The market for PET refutable carbonated soft drink (CSD) bottles has enjoyed significant growth worldwide since 
Europe. Central and South Amenca, and are now moving into the Far East market 

ties hlSL^nS^I, 8 ,andf ! and reCyde pr0blems assoaated with dis P° sable P" as «c beverage bot- 
!! „ 1 ^ • ? 8We 604116 pr0VK,es a ^ ^Wer-weight plastic container in those markets, currently dontinated 
by glass, virhere legislation prohibits use of non-returnable packages. The goal is to produce a ref illable bWeTaS 

""SI ^T^ES ! ° WithStand " Umer0US re,i " and which fe sti " econonnS to^ie 9 

dtJSZSLH I h 1"* ^ '™ JSt maintain te and aeSthetic ,eatures a mini ™™ «* 10 and 

preferably over 20 cycles or loops to be considered economically feasible. A loop is comprised of (1) an empty hot cauT 

SSSI^SSSS insp f 00 and ^ ,i,,in9/cappna {3 > 

me SS ™ e r ♦? f^ (5) P^ 86, 086 30(1 emp,y Stora 9 e b * the consumer flowed by eventual return to 

Refillable containers must meet several key performance criteria to achieve commercial viability, including: 

1 . high clarity (transparency) to permit on-line visual inspection; 

2. dimensional stability over the life of the container; and 

3. resistance to caustic wash induced stress cracking and leakage. 

A commercially successful PET refillable CSD container is presently being distributed by The Coca-Cola Company 
nEurope (hereinafter "theprior art container"). This container is formed of a sin^^ 

*T COmonomer ' such 38 1.4-cyc.ohexanedimethano. (CHDM) o^SSSl ffTS 
SnSlT t *"l bCfl 5 * Str6tCh WW molded ' has a sidewa » «**"« 0" order ofS-7 mm. or about 2*5 

STo 7 ^ r^^K d,SP0SaDle ° ne - Way b ° ttle - ThiS pr0vWes a 9 feater avera 9 e Lottie skfewal thi<SSs (i e 
0.5-0.7 mm) required for abuse resistance and dimensional stability, based on a planar stretch ratio of abouM 7- 1 Th* 
average crystaHinHy in the pane, (cylindrical sidewa.. section beneath the label) 

content prevents visua. crystallization, i.e.. haze, from forming in the preform during injection m^SiSSSZ 
undes-rable because ,t produces bottle haze which hinders the visual on-line inspection requted of coZeTc ialref iH 

uo t o ^r n0 AH a ^,^ tainer h !f f demonslrated ,ie,d in excess of 20 refill trips at caustic wash temperatures of 

up to 60 C. Although successful, there exists a commercial need for an improved container that permits an increase Z 

K£ ^ / ^ P UCt (e - 9 " r00t beer) m,9rate int0 1,16 boWe sid6wa " a * subsequently permeate into a sec- 
ond product (e.g.. club soda) on a later fill cycle, thus influencing the taste of the second product An inSelse in wa?h 
temperature may also be desirable in order to increase the effectiveness and/or reduce tiTtime Ji£33b wa?h 
and may be required with certain food products such as juice or milk. 

... t . ^ i, " ou,d be desirable to increase the caustic wash temperature above 60«C for a returnable bottle havino a 
lifetime of at least 10 refill trips, and preferably 20 refOI trips, and to reduce the product f .avor cancer ' 
It is an aim of the present invention to meet these needs. 

mr^ 0 !. ^ Pr l 0r ^ referenCe - relati " 9 10 ( ie - non-refillable) carbonated beverage bottles. GB-A-2050919 

(Brady), descnbes a single stretch-blow expansion stage followed by heat treatment, and ha^ 
charactenzmg portion o the indeperKfert claims her^ 

perature zones along the length of the bottle so that only these portions which have been significant m£»£l 
oriented are heat treated, and describes a preferred body portion crystallinHy of 10 to 50% HwevTtheS ^ 
tamer is not described as being suitable for refill, there is no mentioSofthe Ly or basewal, E or dSe^ce' 
and there is no mention of two expansion steps as claimed herein. or omerence. 

«J!Lf f ' r f Of**** tna . presen t Mention provides a method of making a container having a sidewall and base said 
method includmg provding a substantially amorphous polyester preform body having a sWewall-SnTseS; anS 
base-forming section wherein the sidewall-forrrtng section is within the orientation temperature range oflewlyetf e7 

sTeS^n^ 

same, characterized ,n that: during a first biaxially expanding step the sidewall-forming section is expanded to forma 
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first intermediate article having an expanded intermediate sidewaii with dimensions substantially equal to or greater 
than the dimensions of the final container sidewaii, while the base-forming section remains substantially unchanged in 
dimensions; during the next heating step a second intermediate article is formed wherein the expanded intermediate 
sidewaii is heated to crystallize and contract the same below the dimensions of the final container sidewaii, while the 
5 base-forming section remains substantially amorphous and substantially unchanged in dimensions; and during a sec- 
ond expanding step the contracted intermediate sidewaii and base-forming section are expanded while in the orienta- 
tion temperature range to the final dimensions of the container sidewaii and base. 

In a second aspect the present invention provides a container according to claim 12. 

The third aspect of the present invention provides a method of making a container having a sidewaii and base, said 

10 method including the steps of providing a substantially amorphous polyester preform body having a sidewall-forming 
section and a base-forming section, wherein the sidewaii and base-forming sections are within the orientation temper- 
ature range of the polyester, biaxially expanding the sidewall-forming section to form an expanded sidewaii and heating 
the sidewaii to crystallize the same, characterized in that: during a first biaxially expanding step the sidewall-forming 
section is expanded to form a first intermediate article having an intermediate expanded sidewaii with dimensions sub- 

is stantially equal to or greater than the dimensions of the final container sidewaii, and expanding the base-forming sec- 
tion up to substantially the same dimensions as the final container base; during the next heating step a second 
intermediate article is formed wherein the expanded intermediate sidewaii is heated to crystallize and contract the 
same below the dimensions of the final container sidewaii, while the base substantially maintains its dimensions and 
percent crystallinity; and during a second expanding step the contracted intermediate sidewaii is expanded while in the 

20 orientation temperature range to the final dimensions of the container sidewaii, while the base substantially maintains 
its dimensions and percent crystallinity. 

In a fourth aspect the present invention provides a container being a substantially transparent, biaxially-oriented, 
free-standing, Wow-molded polyester body, the body having a sidewaii with an upper tapered shoulder and a substan- 
tially cylindrical panel, and a base, characterized by the base having a thickened base portion with a wall thickness at 

25 least about 3X greater than the thickness of the panel, the panel having an average crystallinity of at least about 25% 
and the thickened base portion having an average crystallinity of no greater than about 10%. 
Particular embodiments of the invention are disclosed in the respective dependent claims. 
In accordance with the preferred embodiments of this invention, a method of forming a container is provided having 
an enhanced level of sidewaii crystallinity and a low level of base crystallinity. The container can have improved resist- 

30 ance to caustic stress cracking, while maintaining a high level of transparency (clarity) and a dimensional stability', and 
thus can be particularly suitable for refillable beverage bottles. The container can have a lifetime of at least 10 refill 
cycles and more preferably at least 20 refill cycles, at caustic washing temperatures of above 60°C. The container can 
exhibit a reduction in flavour carryover of at least 20% over the previously described refillable CSD prior art container. 
In a first method embodiment of the invention, a base-forming section of the preform is not expanded during the 

35 first expansion step, is not heated and remains substantially unchanged in crystallinity during the heat treating step, and 
is expanded without significant crystallinity change during the second expansion step. In contrast, a sidewall-forming 
section of the preform is expanded during the first expansion step to dimensions substantially equal to or greater than 
the dimensions of the final container sidewaii, heated to crystallize and contract the same below the dimensions of the 
final container during the heat treating step, and reexpanded during the second expansion step to the final dimensions 

40 of the container sidewaii. The relatively thinner container sidewaii thus achieves a substantially higher percent crystal- 
linity than the thicker base, which provides enhanced resistance to caustic stress cracking in both the sidewaii and 
base. 

In a second method embodiment, the base-forming section of the preform is expanded during the first expansion 
step, but is not heated during the heat treating step so that it maintains a low level of crystallinity compared to the con- 
45 tainer sidewaii. Again, the sidewall-forming section of the preform is expanded during the first expansion step to form 
an intermediate expanded sidewaii with dimensions substantially equal to or greater than the dimensions of the final 
container sidewaii, the expanded intermediate sidewaii is then heated to crystallize and contract the same below the 
dimensions of the final container sidewaii, and then the contracted intermediate sidewaii is expanded during the second 
expansion step to the final dimensions of the container sidewaii. The thinner container sidewaii thus achieves a sub- 
so stantially higher percent crystallinity than the thicker base, which provides enhanced resistance to caustic stress crack- 
ing in both the sidewaii and base. 

The base-forming section of the preform is generally substantially thicker than the sidewall-forming section and 
thus more resistant to heating (and resultant crystallization) during the heat treating step. In addition, it is preferred to 
localize or confine the heat treatment to the intermediate sidewaii, while the base-forming section (or base) is shielded 
55 to prevent heating thereof. In one preferred heat treating step, the intermediate container is heated by passing through 
a row of heating elements and shielding elements move (or increase in size) to protect the base-forming section (or 
base) as it moves upwardly with the contracting sidewaii. In addition, a contracting centering rod is positioned within the 
contracting intermediate article, and the internal pressure within the intermediate article is controlled, to promote uni- 
form and controlled contraction thereof. In another preferred heat treating step, a cooling mechanism such as a movable 
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water-cooled base cup remains in contact with the base-forming section (or base) to prevent heating thereof. Alterna- 
tively, a cooling mechanism directs a cooling fluid (such as cold air) against the base-forming section (or base) of the 
contracting article to prevent heating of the base. In addition, the relatively thicker neck and shoulder sections may be 
shielded to prevent heating thereof. 

, J?L reSUltin9 container has a W 9hly oriented, relatively thin and highly crystalline sidewall panel portion having at 
^ i^T! 6 " 198 CrySta " inity ' and more Inferably about 30 to 35% average crystallinity. The container base includes 
a th'Ckened base portion of low orientation and crystallinity. i.e.. no greater than about 10% average crystallinity. The 
wall thickness _ of the thickened base portion is at least about 3X. and more typically about 3 to 4X that of the panel 
Higher crystallinity levels in the panel allow higher wash temperatures, e.g.. 65° or 70'C. but require longer processing 
times (to heat and cool the sidewall). A very high crystallinity level of 50% has been achieved. By "average" crystallinity 
is meant an average taken over the entire area of the respective container part, i.e., panel or thickened base portion 

In one embodiment, the container is a one-piece refutable pressurized beverage container with a free-standing 
base. The sdewall (in particular the panel) has a wall thickness of about 0.5 to about 0.8mm. and during the first 
^21 n9 sfoewall-forming section of the preform is stretched at a planar stretch ratio of about 10-16-1 (i e 

the thickness reduction ratio of the expanded intermediate sidewall to the preform sidewall). and during the second 
expansion step the contracted intermediate sidewall is stretched at a planar stretch ratio of about 7-151 and more pref- 
erably 9-11:1 (i.e., the thickness reduction ratio of the final sidewall to the preform sidewall). The container has a cham- 
pagne base with an upwardly radially increasing arcuate outer base wall, a lowermost chime, and a recessed central 
,L preteaU y havin 9 30 averaae r™ ce * crystallinity of no greater than about 10%. and more preferably 
about 2-8%. and the central dome preferably having an average crystallinity of no more than about 8% and more pref- 
erably no more than about 2%. K 

Alternatively, the container may have a substantially thinner "footed" base including a hemispherical bottom wail 

2? iTZ^ Y eX, ! nd . in9 ,e9S " Wch tefminate lowermost supporting feet. The hemispherical bottom wall includes 
radial nbs between the legs. A relatively thin outer portion of the base (including the ribs, legs and feet) preferably has 

^r a r fl f h Cr ^!f linHy ?,* ' eaSt about 10% ' and more pre,erab,y aboul 15 - 20% - and a substantially thicker central 
tteTatout 2%° ( leQs) has an averase °< no more than about 8%, and preferably no more 

In still another embodiment, the improved resistance to stress cracking and dimensional changes at elevated tem- 
peratures makes the container of this invention particularly suitable as a hot-fill container 

These and other features of the invention will be more particularly described by the following detailed description 
and drawings of certain specific embodiments. 

FIG. 1 is a schematic illustration showing a typical cycle or loop through which a refillable container must pass- 
FIG. 2 is a schematic elevational view of a PET refillable 1.5-liter carbonated beverage bottle of this invention with 
a champagne base, partially broken away, and showing the varying wall thickness and average percent crystallinity 
at various positions along the bottle; ' ' 

r£i! ! scnematic ii e, f ational vfew <* a PET refillable 1.5-liter carbonated beverage bottle of this invention with 
a footed base, partially broken away, and showing the varying wall thickness and percent crystallinity at various 
positions along the bottle; 

f IGS . t 7 are ^ chematic '"ustrations of a first method embodiment of the invention wherein the base-forming sec- 

P pf?? '! TOt T"*" 1 duri " 9 ,ifSt expansion step - wilh FIG - 4 showin 9 *• P raf °™ Positioned in a 
blowmold. FIG 5 showing the first expansion step. FIG. 6 showing the heat treatment by infrared (IR) heating ele- 
ments and shielding elements around the base-forming section, and FIG. 7 showing the second expansion step to 
from a final container with a champagne base; 

FIGS. 8-1 1 are schematic illustrations of a second method embodiment of the invention wherein the base-forming 
section is expanded during thefirst expansion step, with FIG. 8 showing the preform positioned in a blow mold FIG 
SST'k expansion step which includes expansion of the base, FIG. 1 0 showing the heat treating step in 
which the base is shielded, and FIG. 1 1 showing the second expansion step to form a final container with a cram- 
pagne base; 

FIGS. 12-13 are schematic profiles of the containers of Figs. 4-1 1 during the sequential method steps, with FIG 12 
showing toe sequential profiles for the first method embodiment of FIGS. 4-7 (base not blown during first expansion 
step), and FIG. 13 showing the sequential profiles for the second method embodiment of FIGS. 8-1 1 (base blown 
during first expansion step); 

S? S J 4 " 1 £ V ** ema,ic Drofiles <* *"» alternative footed containers, made according to the two previously 
J?S T on*od^ents. with FIG. 14 showing sequential profiles for the first method embodiment in which 
the base-forming section is not expanded during the first expansion step, and FIG. 15 showing the sequential pro- 
hies for the second method embodiment in which the outer base is partially expanded during the first expansion 
step, 

FIG. 16 is an enlarged schematic of an alternative apparatus for heat treating in which the intermediate article is 
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exposed to hot air from a pair of blowers; the container shown has a champagne base and is made according to 
the f irst method embodiment of the invention; 

FIG. 17 is an enlarged schematic showing an alternative apparatus for heat treating which includes, in addition to 
hot air blowers, a water-cooled base cup to prevent heating of the base; the container shown has a champagne 

5 base and is made according to the second method embodiment of the invention; 

FIG. 18 is an enlarged schematic showing an alternative apparatus for heat treating which includes, in addition to 
infrared heating elements directed at the sidewall and movable shields for the base, a tube for directing cold air at 
the base to prevent heating thereof; the container shown has a footed base and is made according to the second 
method embodiment of the invention; and 

10 FIG. 19 is an enlarged schematic showing an alternative apparatus for heat treating, wherein radio frequency (RF) 
electrodes of variable length are provided to selectively heat the sidewall of a container with a champagne base 
made according to the first method embodiment of the invention. 

Referring now to the drawings, and in particular FIG. 1 , a commercial ref illable container must withstand numerous 
is refill cycles while maintaining its aesthetic and functional features. A test procedure for simulating such a cycle would 
be as follows. As used in the specification and claims, the ability to withstand a designated number of refill cycles with- 
out crack failure and/or with a maximum volume change is determined according to the following test procedure. 

Each container is subjected to a typical commercial caustic wash solution prepared with 3.5% sodium hydroxide by 
weight and tap water. The wash solution is maintained at the designated wash temperature, i.e., 60°C or more, in 
20 accordance with this invention. The bottles are submerged uncapped in the wash for 15 minutes to simulate the 
time/temperature conditions of a commercial bottle wash system. After removal from the wash solution, the bottles are 
rinsed in tap water and then filled with a carbonated water solution at 4 ± 0.2 bar (4.0 ± 0.2 atmospheres) (to simulate 
the pressure in a carbonated soft drink container), capped and placed in a 38°C convection oven at 50% relative humid- 
ity for 24 hours. This elevated oven temperature is selected to simulate longer commercial storage periods at lower 
25 ambient temperatures. Upon removal from the oven, the containers are emptied and again subjected to the same refill 
cycle, until failure. 

A failure is defined as any crack propagating through the bottle wall which results in leakage and pressure loss. Vol- 
ume change is determined by comparing the volume of liquid the container will hold at room temperature, both before 
and after each refill cycle. 

30 The container of Fig. 2, described below, can withstand at least 20 refill cycles at a wash temperature of greater 
than 60°C without failure, and with no more than about 1 .5% volume change after 20 cycles. The container also exhibits 
at least a 20% reduction in product flavor carryover (compared to the prior art CSD bottle) as determined by gas chro- 
matography mass spectrometer measurements. 

FIG. 2 shows a PET ref illable 1.5 liter carbonated beverage bottle having a relatively thick champagne base, made 

35 in accordance with this invention. The bottle 1 0 is a unitary blow-molded, biaxially-oriented hollow body having an open 
upper end 12, with external screw threads on neck finish 14 for receiving a screw-on cap (not shown), and a lower 
closed base 16. Between the neck finish and base is a substantially vertically-disposed sidewall 18 including an upper 
tapered shoulder portion 20, and a substantially cylindrical panel portion 22 (defined by vertical axis or centerline CL of 
the bottle). The champagne base 16 has a central outwardly-concave dome with a center gate portion 24, an inwardly 

40 concave chime area 28 including a standing ring on which the bottle rests, and a radially increasing and arcuate outer 
base portion 30 for a smooth transition to the sidewall 18. The chime is a substantially toroidal-shaped area around the 
standing ring which is thickened to resist stress cracking. The dome and chime form a thickened base portion, which is 
about 3-4X the thickness of the panel 22, and having an average crystallinity of no greater than about 10%. Preferably, 
the gate 24 has no more than about 2%, average crystallinity and the chime no more than 8% average crystallinity. The 

45 thickened base portion resists heating (and thus crystallinization) during the heat treating step, as compared to the thin- 
ner sidewall panel 22. Above the chime, there is a thinner outer base portion of about 50-70% of the thickness of the 
thickened base portion and increasing in crystallinity up to its junction with the sidewall. The thinner outer base wall pro- 
vides improved impact resistance. 

The 1.5 liter container of Fig. 2 is about 335 mm (13.2 inch) in height and about 92 mm (3.6 inch) in (widest) diam- 

so eter. The varying wall thickness along the bottle from the neck finish to the base is listed (in mm) in FIG. 2, along with 
the corresponding average percent crystallinity. The varying crystallinity levels correspond to the combined extent to 
which the bottle wall portion is stretched (strain-induced crystallization) and heated (thermal-induced crystallization). To 
maintain transparency, any thermal-induced crystallinity should be from low-temperature induced heat setting, e.g., in 
contact with a mold at mold temperatures of 1 10-140°C for PET. The percent crystallinity is determined according to 

55 ASTM 1 505 as follows: 

% crystallinity = [(ds - da)/(dc - da)] X 100 
where ds = sample density in g/cm 3 , da = density of an amorphous film of zero percent crystallinity (for PET 1.333 
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g/cm 3 ), and dc = density of the crystal calculated from unit cell parameters (for PET 1 .455 g/cm 3 ). 

A preform for making the container of Fig. 2 has a sidewall thickness of about 6.1 mm (0.24 in) and the sidewall 
panel 22 is stretched at an average planar stretch ratio of about 10:1 . The planar stretch ratio is the ratio of the average 
thickness of the panel-forming portion of the preform to the average thickness of the panel in the bottle. A preferred pla- 
s nar stretch ratio for polyester refill beverage bottles of about 0.5 to 2.0 litersArclume is about 7-14:1, and more preferably 
about 8-13:1. The hoop stretch is preferably 3-3.6:1 and the axial stretch 2-3:1. This produces a container sidewall 
panel with the desired abuse resistance, and a preform sidewall with the desired visual transparency. The sidewall thick- 
ness and stretch ratio selected depends on the dimensions of the specific bottle, the internal pressure (e g 2 bar (2 
atm) for beer, 4 bar (4 atm) for soft drinks), and the processing characteristics of the particular material (as determined 
10 for example, by the intrinsic viscosity). 

As illustrated in FIG. 2, the panel portion 22 of the container which is blown to the greatest extent has the highest 
average percent crystalling of 25-35%. The tapered shoulder 20, which is also expanded substantially more than the 
base 1 6, has an average percent crystalling of 20-30%. In contrast, the substantially thicker and lesser blown base 1 6 
has 0-2% crystallinity in the central gate 24, 2-8% in the chime 28, and ranges therebetween in the dome 26. The outer 
base 30 crystallinity ranges from that in the chime 28 (2-8%) to about 20-30% where the outer base meets the cylindri- 
cal panel 22. The neck finish 14 is not expanded and remains substantially amorphous at 0-2% crystallinity 

Varying levels of crystallinity can be achieved by a combination of expansion (strain-induced) and heat-setting 
(thermal-induced). Generally, strain-induced crystallinity tends to be substantially uniform across the thickness of the 
particular layer, while thermal-induced crystallinity may exhibit a gradient across the wall. In this invention, a high level 
of crystallinity at the inner and outer surfaces of the sidewall alone is sufficient for improved stress crack resistance 
However, typically a substantially constant average level of crystallinity is achieved across the sidewall. 

The blown container should be substantially transparent based on the percent crystallinity as previously defined 
Another measure of transparency is the percent haze for transmitted light through the wall (Hj) which is given by the 
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H T = [Y<r(Y d +Y s )]x100 



where Y d is the diffuse light transmitted by the specimen, and Y 6 is the specular light transmitted by the specimen. The 
diffuse and specular light transmission values are measured in accordance with ASTM Method D 1003 using any 
standard color difference meter such as model D25D3P manufactured by Hunterlab, Inc. The container of this invention 
should have a percent haze (through the wall) of less than about 1 5%, preferably less than about 10%, and more pref- 
erably less than about 5%. p 

The following test was conducted which showed a reduction in flavor carry-over for a 1.5-liter container of Fig 2 
having an average crystallinity level in the panel of 30-35% (container I), and the previously described prior art bottle of 
the same size and shape having an average crystallinity level in the panel of 15-20% (container 10 

A model beverage simulant was prepared comprising the following four materials (common to beverage products) 
mixed in deionized water at concentrations normal to beverage products: 

(a) material A is a cyclohexane; 
40 (b) material B is an aldehyde; 

(c) material C is an ethyl compound in the 195-205 molecular weight range: and 

(d) material D is a simple hydrocarbon chain in the 130-140 molecular weight range. 

The model beverage simulant was poured into the sample bottles and held for six weeks at 43 33°C (1 10'F) 
The sample bottles were then emptied out and subjected to a simulated commercial wash at 60°C and 15 minutes 
m f n ^% sodium hydroxide solution. The bottles were then filled with a weak acetic acid solution and held at 43 33°C 
(1 1 0 F) for another six weeks. Note that this wash procedure is specific to this carryover test and not intended to modify 
the previously defined refill cycle simulated test procedure. 

At the end of the second six-week holding period, the solution was decanted into well sealed glass bottles and 
refrigerated until tested. Testing was performed using a Hewlett-Packard gas chromatographer 5890A. The sample bot- 
tles contained the following average remanents of materials A-D as shown below in micrograms per liter 
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Container 1 (Fig. 2) 


Container II (prior art) 


Material A 


92 


155 


Material B 


560 


962 


Material C 


0.13 


0.25 


Material D 


0.57 


1.2 



10 

The container of this invention (container I) generally showed about half the flavor carry-over of the known commercial 
bottle. Containers made according to this invention with even higher levels of crystallinity exhibited still larger reductions 
in flavor carry-over. 

is The following test was conducted and showed an improvement in dimensional stability at elevated wash tempera- 
tures of the above-described container of this invention (container I), as compared to the previously described prior art 
container (container II). Again, this specific test is for illustrative purposes and not meant to modify the previously 
defined refill cycle simulated test procedure. 

Generally, a commercially viable refillable PET bottle should have a volume change of no more than 1.5% in 20 

20 loops in up to five years. The shrinkage potential of such a commercial five-year 20-loop cycle in moderate climates was 
simulated by using a five-hour emersion in a 2% sodium hydroxide solution at the below designated wash temperatures. 
At each of the three wash temperatures, the container of this invention (container I with 30-35% average crystallizion in 
the panel) showed significantly less volume change compared to the prior art container (container II). An increase in 
shrinkage was shown with increasing wash temperature; to accommodate the same, a container with a higher crystal- 

25 linity may be used, i.e., above 30-35%. Generally, a higher crystallinity level increases the processing cost, including the 
time of heat treating, so that the bottle is more expensive to produce. 



WASH TEMP (°C) 


CONTAINER I (Fig. 2) 


CONTAINER II (Prior 






Art) 


60.0 


0.6% 


1.1% 


62.5 


0.9% 


1.8% 


65.0 


1.7% 


4.2% 



An alternative PET refillable 1.5 liter carbonated beverage bottle made in accordance with this invention is shown 
in FIG. 3, but having a substantially thinner footed base. The bottle 1 10 is a unitary blow-molded, biaxially-oriented hol- 

40 low body having an open upper end 112, with external screw threads on neck finish 1 14 for receiving a screw-on cap 
(not shown), and a closed lower base 1 16. Between the neck finish and base is a substantially vertically-disposed side- 
wall 1 18 including an upper tapered shoulder portion 120, and a substantially cylindrical panel portion 122 (defined by 
vertical axis or center line CL of the bottle). The integral base 1 1 6 is a substantially hemispherical bottom wall 1 29 with 
downwardly extending legs 125 each having a lowermost supporting foot 128 on which the container rests. Radiating 

45 ribs 1 30 extend between the tegs 1 25 and form part of the hemispherical bottom wall 1 29. A central dome portion 1 24 
of the hemispherical bottom wall, which does not include any legs and is relatively thick, forms a thickened central base 
portion. A thinner outer base portion 131 includes the legs 1 25, feet 1 28 and ribs 1 30. The legs, which are blown further 
than the hemispherical bottom wall and thus tend to be relatively thinner than the ribs, include an inner leg portion 126 
adjacent the dome and an outer leg portion 127 between the foot and sidewall of the container. 

so As shown in FIG, 3, the average percent crystallinity in the container sidewall varies according to the amount the 
bottle portion is blown and heated. The panel portion 122 which is blown to the greatest extent, has the highest average 
crystallinity of 25-35%. The tapered shoulder 120 has the next highest average crystallinity of 20-30%. The unex- 
panded neck finish 1 1 4 is substantially amorphous at 0-2% average crystallinity. The base 1 16, which is blown substan- 
tially less than the sidewall 118. has 0-2% average crystallinity in the central dome 124, 15-18% average crystallinity in 

55 the foot 128, 10-15% average crystallinity in the ribs 130 (between the legs), and 20-30% average crystallinity adjacent 
the junction with the sidewall. The crystallinity of the inner leg portion 1 26 would vary between that of the dome 1 24 (0- 
2%) and the foot 1 28 (1 5-1 8%). The crystallinity of the outer leg portion 1 27 would likewise vary between that of the foot 
128 (15-18%) and the upper base (20-30%). 

The substantially higher sidewall panel crystallinity in the containers of FIGS. 2 and 3, along with the substantially 
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lower base crystallinity. provides the enhanced level of resistance to caustic wash induced stress cracking in both the 
sidewall and base. In addition, it provides a reduction in flavor carryover when the container is filled with different bev- 
erages on subsequent refill cycles. The contrasting levels of sidewall and base crystallinity can be achieved by the fol- 
lowing two preferred methods of making the container. 

A first method embodiment of the invention is shown in FIGS. 4-7. In this first embodiment, the base-forming sec- 
tion of the preform is not expanded during the first expansion step, and the base-forming section remains substantially 
unchanged in dimensions (and crystallinity) until the second expansion step. While the process is illustrated for making 
a container with a champagne base, it can similarly be used to make a container with a footed base (see Fig 1 4) 

As shown in FIG. 4. a preform 50 is suspended from a rotating collet assembly 200 and positioned in a first mold 
™ 1 . aSSemWy indudes a col,et 202 *"* engages a neck finish 54 of the preform and an internal bore 
204 for supplying fluid to the interior of the preform. The collet assembly further includes a pressure relief valve 206 for 

TTt "l^J^?. PreSSUre wiWn the preform duri " 9 the various expansion and contraction steps, and a movable 
. ! o« I t enhances uniform expansion and contraction of the preform. The mold unit 214 includes a neck 
P f !^if h *" 9a9eS 3 ,lange just below * e n «*f inish 54 on the preform, an upper mold body 21 8 having an inner 
surface 219 for forming the sidewall of the intermediate container, and a lower mold body 220 having an inner surface 
221 for engaging a base-forming section of the preform (which is not expanded during the first expansion step) The 
mo d I portions 216. 218 and 220 are kept at various temperatures for reasons described below. The preform 50 
includes a sidewall-forrrtng section 58 and a lower base-faming section 56. The sidewall-forming section 58 includes 
an upper tapered shoulder-forming section 60 and cylindrical panel-forming section 62. The base-forming portion 56 
-IS* ntT 1 Upperp0rti0n 64 *"* thinner '°wer portion 66. A preferred preform for making a refill container 
is described in U.S. Patent 5.066.528 granted November 19. 1991 to Krishnakumar et al. 

« 5 i! 0Wn in FIG " 5> durin9 the first ex P ansion ste P •» preform 50 is stretch blown (via rod 208 and a pressurized 
fluid) to form a first .ntermediate article 70 having an expanded upper shoulder portion 72, expanded cylindrical panel 
portion 74. and unexpanded base-forming portion 76. Thus, the unexpanded base-forming portion 76 is substantially 
identical in dimensions and crystallinity to the preform base-forming section 56 (section 56 may be slightly smaller in 
diarneter to facilitate insertion into the lower mold 220). The preform is hot. e.g.. 93.33»C (200°F) (except for the neck 
finish) when it enters the mold. The preform is cooled as it expands in the mold and the mold sections 216 218 and 220 
are kept at different temperatures to control the crystallinity in different portions of the intermediate article. The neck 

SfJLf n iit^r?^,"^^ fe k6pt ° 0ld {e " 9 - 4 - 4 " 21 - 1 ° C (40-70'F)). the upper mold body 218 (forming the 
SKtewall) is kept hot 82.22-98.89'C (180-210'F). and the lower mold body (engaging the base-forming section) is kept 

™ ( ^? ^f 6 ^- 22 '? (150 - 180,F »- ™* "eckfirtsh is kept amorphous and the base is ke^t ZmX S 
expansion) and with very low (if any) crystallinity. 

«k ^ TT- FIQ ' 6> thS ,ifSt intermediate 70 remains on the rotating collet 202 for the heat treating step and 
5£? I TO is inserted into a heat treating unit 228 which includes an outer enclosure 230 with an upper heat shield 
SfrSSJlSS 9 TI P k S "! ck,inish - 71,6 enc,osure 230 * «" elongated chamber through which the intermediate 
article 70 passes and the shoulder and panel portions 72. 74 are exposed to heat (arrows 235) from series of infrared 

( 1 !!!!I 9 ! e T J 5 234 whicn 03086 * e sidewal1 10 "mn** and crystallize as it moves through the chamber to form 
contracted shoulder portion 82 and contracted panel portion 84 of a second intermediate article 80. The heat treating 
SET? ^T 96 * 204 - 44 - 260 ° C (400-500'F). The base portion 76 is shielded from heat 235 by 

SSZ^J^^lf mOVe rP W3rdly With the COn,raC,in9 3rticle as » Pa*** trough the chamber. Again, the 
Sf/™ 9 P 0 ^ 0 " 86 of the second 'ntermediate article remains substantially unchanged in dimensions and crystal- 
hn^ from the base-forming portion 76 of the first intermediate article. To facilitate uniform contraction of the first inter- 
ar S?7nT; ^ 9 Sn0ftenS ^ "leans of internal spring 209 and the increase in internal pressure 
2 1 { ™ Xfacl,on ) is relieved bv a pressure relief valve 206 so that the article 70 remains centered 
and contracts in a controlled and uniform manner. 

in £! G - 7 ' durin9 * a second expansion step the contracted intermediate article 80 is stretch blown to 

^ ^ . i 566 RG - 2) - 71,6 3rtiC,e 80 rem3ins on ro1a,, ' n9 001,61 202 and is inserted into a second 

1™ 1 ^ ' nC,UdeS 3 n60k pl3,e 242 ' upper mM ^ 244 and lower mold body 246. Pressurized air is 
injected through the collet into the article 80 to expand the shoulder, panel and base portions 82. 84 and 86 and form 

ELSIES' nd " 19 P °^° nS 20 ' 22 ' 16 of the Plainer 10. The intermediate article 80 is cooled as ft expands in *e 
ES^nSLT i SeC J° nS f "* 246 ^ ** * different ,em Peratures to control the crystalling different 
portore of the final contains. For example, the neck plate 242 is kept cold (e.g.. 4.4-21.1'C (40-70-F)). the upper mold 
body 244 is kep t warm to relieve residual stresses in the sidewall (eg.. 48.89-65.56'C (120-150-F)) and the tower mold 

sISo S?£ ? h t0 "2 : CryStel,inity ,W (e 9 - 4 4 - 21rC W- 70 '^- expanded'shoulder anS pZ 
S ^°" S H 203nd22 '"us achieve a substantially higher crystallinity level than the base 16 which optimizes the caustic 
wash induced stress crack resistance of the container. ^uam, 

nr-fT™'™ *, Se !T S ° f °° ntainer profiles *«* correspond to the steps shown in FIGS. 4-7. Profile 1 shows the 
preform 50 of FIG4wrth the base-forming section 56. Profile 2 shows the first intermediate article 70 after the first 
expansion step of FIG. 5, with the sifcstantially unexpanded base-forming section 76. Profile 3 shows the secondtnter- 
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mediate article 80 after the heat treating step of FIG. 6, with the substantially unchanged base-forming section 86. Pro- 
file 4 shows the final container 1 0 after the second expansion step of FIG. 7, with the expanded but low crystallinity and 
relatively thick champagne base 16. 

The profiles in FIG. 1 4 correspond substantially to those in FIG. 12 but illustrate the formation of a container 1 1 0 

5 having a footed base (see FIG. 3). The reference numbers in FIG. 14 correspond to similar elements in FIG. 12 with the 
addition of "100". Thus, in FIG. 14, profile 1 shows a preform 150 for a footed container having a base-forming section 
156. Profile 2 shows a first intermediate article 1 70 after the first expansion step with a substantially unchanged base- 
forming section 176. Profile 3 shows a second intermediate article 180 after the heat treating step again having a sub- 
stantially unchanged base-forming section 1 86. Profile 4 shows the final container 1 1 0 after the second expansion step 

10 having a footed base 116. The footed container 1 10 can be made in an apparatus similar to that shown in FIGS. 4-7 
with corresponding adjustments for the formation of a footed base as opposed to a champagne base. 

FIGS. 8-1 1 are similar to FIGS. 4-7 but illustrate a second method embodiment of this invention wherein the base- 
forming section of the preform is expanded during the first expansion step. FIGS. 8-1 1 illustrate the formation of a con- 
tainer having a champagne base, although the process may also be used for the formation of a container having a 

is footed base (see FIG. 15). For similar elements, the reference numbers in FIGS. 8-1 1 correspond to those in FIGS. 4- 
7 with the addition of a "prime" notation. 

Thus, FIG. 8 shows a preform 50* on a rotating collet assembly 200* and positioned within a first mold unit 21 4'. The 
elements substantially correspond to those shown in FIG. 4 except for the lower part of the mold unit 214' wherein an 
expanded champagne base is to be formed by the lower mold unit 220' during the first expansion step. 

20 FIG. 9 illustrates the expansion of preform 50' into first intermediate article 70' during the first expansion step. 
Again, centering rod 208' axially draws the preform 50' and fluid is injected into the center of the drawn preform to radi- 
ally expand the same against the inner walls of the mold unit 214*. In this second embodiment, the sidewall sections 72' 
and 74* are again expanded to dimensions equal to or greater than the dimensions of the corresponding final container 
sidewall sections (20 and 22 in FIG. 2). In addition, the base-forming section 56' is expanded to substantially the same 

25 dimensions as the desired dimensions of the final container base (1 6 in FIG. 2). Thus, following the first expansion step 
the preform base-forming section 56' has been expanded to form a champagne base 76' with a central gate portion 75', 
a concave recess 77', a chime 78' and an outer base portion 79'. Similar to the first embodiment, the neck plate 216* is 
cold (e.g., 4.4-21.1 °C (40-70'F)) and the upper mold body is hot (e.g., 82.22-98.89 (1 80-21 0°F)). However, because the 
base 76' has now been expanded during the first expansion step, the lower mold 220' is cold (e.g.. 4.4-21. 1°C (40- 

30 70°F)) to prevent crystallization of the expanded base. 

FIG. 10 illustrates the heat treating step in which the first intermediate article 70* is contracted to form the second 
intermediate article 80'. Again, article 70' is disposed on rotating collet 202' and inserted within a heat treating unit 228' 
which includes an outer enclosure 230', an upper heat shield 232', and a series of infrared heating elements 234' which 
apply heat 235' (e.g. 204.44-260°C (400-500°F)) to the article 70' as it moves along the elongated heat treating cham- 

35 ber. Again, movable shields 236' protect the base of the article. Following the heat treating step, the shoulder and panel 
sections 72', 74' have been contracted to form shoulder and panel portions 82', 84* of second intermediate article 80', 
and the expanded base 76' remains substantially unchanged in dimensions and crystallinity to become base 86*. 

FIG. 1 1 shows the second expansion step in which contracted intermediate article 80' is expanded to form the final 
container 1 0' (same as container 1 0 in FIG. 2). Again, pressurized air is inserted via collet 202' to expand the contracted 

40 shoulder and panel sections 82'.84* and form the corresponding shoulder and panel sections 20, 22 of the final con- 
tainer 10'. Again, neck plate 242' is cold (e.g., 4.4-21.1 °C (40-70°F)) so the neckfinish remains substantially amorphous 
upper mold body 244' is warm (e.g., 48.89-65.56°C (120-150°F)) to relieve residual stresses in the shoulder and panel 
sections of the container, and lower mold body 246* is cold (e.g., 4.4-21. 1 Q C (40-70°F)) so the base 16 remains sub- 
stantially low in crystallinity. The container base remains substantially unchanged in dimensions and crystallinity during 

45 the second expansion step. 

FIG. 13 shows the container profiles corresponding to the second method embodiment (FIGS. 8-1 1) for a container 
having a champagne base. Thus, profile 1 shows the preform 50' having base-forming section 56'. Profile 2 shows the 
first intermediate article 70' after the first expansion step having an expanded base 76' Profile 3 shows the second inter- 
mediate article 80* after the heat treating step having a substantially unchanged base 86'. Profile 4 shows the final con- 

so tainer 10' having a contracted sidewall but a substantially unchanged base section 16'. 

Similarly, a footed base can be formed according to the second method embodiment of FIGS. 8-11, as shown by 
the container profiles of FIG. 15. However, in this case a central thickened portion 176' of the base remains unchanged 
during the first expansion step while an upper base portion 177 is expanded to form an upper hemispherical bottom 
wall during the first expansion step. Profile 1 shows the preform 150' having a base-forming section 156*. Profile 2 

55 shows the first intermediate article 170* with base 173' after the first expansion step, having an expanded outer base 
portion 177' but maintaining a substantially thicker unexpanded central base-forming section 176*. Profile 3 shows a 
second intermediate article 180' with base 183' after the heat treating step, wherein the central thickened base-forming 
section 186* is substantially unchanged (compared to section 176*), but the expanded sidewall and expanded outer 
base portion 187' have contracted. Profile 4 shows the final container 110' with base 1 16' having a thick central hemi- 
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spherical bottom wall portion 124' (same as 124 in FIG. 3) of very low crystallinity (i.e.. less than 2%). and a thinner 
expanded (although less than the sidewall) section 13V (same as 131 in FIG. 3) including legs, feet and ribs having a 
relatively high crystallinity (i.e.. 10 to 20%). although lower than the sidewall panel (i.e.. 25% and above). 

FIGS. 16-19 show alternative heat treating apparatus. FIGS. 16 shows the same rotating collet 202. centering rod 
208 and second intermediate article 80 of FIG. 6. with an alternative heat treating unit 256 including an outer enclosure 
258 and blowers 260 which emit hot air 261 for heating the first intermediate article 70 to form the second intermediate 
article 80. The thickened base section 86 resists thermal-induced crystallization, although shielding elements may also 
be provided as shown in FIG. 6. 

FIG. 17 illustrates the rotating collet 202'. centering rod 208', and second intermediate article 80" of FIG 10 A heat 
treating unit 256 is provided which includes hot air blowers 260 for heating the sidewall and a water-cooled base cup 
272 for engaging the base section 76 as it moves upwardly with the contracting sidewall and becomes base section 86' 
(of substantially the same dimensions and crystallinity). The water-cooled base cup 272 is mounted on a movable pis- 
ton 273 so that it remains in continuous contact with the base as the sidewall contracts and the base moves upwardly. 
The cup includes an upper surface 274 which engages the thickened base portion, and further includes a channel 276 
for water to remove heat (arrow 277) from the base cup. 

FIG. 18 shows rotating collet 202'. centering rod 208' and a heat treating unit 228' including an outer enclosure 
230'. upper shield 232' and inductance heating rods 234' which apply heat (arrow 23S) to the sidewall of intermediate 
article 1 70'. and moveable shields 236 for protecting the base 1 76'. The first intermediate article 1 70' is adapted to form 
a footed container and after the first expansion step the thickened central portion 1 76' remains unchanged but the outer 
base portion 1 7T has been expanded. First article 1 70' contracts to form second intermediate article 1 80' but the cen- 
tral base portion 1 76' (and adjacent portions of outer base 1 77) are cooled by a stream of cool air (arrow 283) provided 
by pipe 282 to prevent crystallization and contraction of the central base. The resultant second article 180' has a base 
183' including thickened central portion 186' and thinner upper base portion 187\ 

FIG. 19 shows rotating collet 202. centering rod 208. and second intermediate article 80 similar to FIG 6 but with 
heat treating unit 266 including an outer enclosure 267 and a series of radio frequency (RF) electrodes 268 which 
shorten in length, as shown by arrows and phantom lines 269. as the first intermediate article 70 moves along the 
chamber and contracts to form the second intermediate article 80. The RF electrodes 268 are supplied by RF power 
input 271 and inductor 270. By supplying localized heating only to the sidewall as the article contracts and moves 
through the heat treating chamber, heating of the base section 76 (and 86) is eliminated or substantially reduced 

The thermoplastic polyester materials used in this invention are preferably those based on polyalkylene and in par- 
ticular, polyethylene terephthalate (PET). PET polymers are prepared by polymerizing terephthalic acid or its ester- 
forming derivative with ethylene. The polymer comprises repeating units of ethylene terephthalate of the formula- 



-0-CH,-CH, 



The present invention contemplates the use of copolymers of polyethylene terephthalate in which a minor propor- 
tion, for example, up to about 10% by weight, of the ethylene terephthalate units are replaced by compatible monomer 
units. Thus, as used herein "PET" means PET homopolymer and PET copolymers of the grades suitable for making 
containers, which are well known in the art. The glycol moiety of the monomer may be replaced by aliphatic or alicyclic 
glycols such as cyclohexanedimethanol (CHDM). irimethylene glycol, potytetramethylene glycol, hexamethylene glycol 
dcdecamethylene glycol, diethylene glycol, polyethylene glycol, polypropylene glycol. propane-1.3-diol. butane-1 4- 
diol. and neopentyl glycol, bisphenols. and other aromatic diols such as hydroquinone and 2.2-bis(4'-B-hydroxethoxy- 
phenyl) propane. Examples of dicarboxylic acid moieties which may be substituted into the monomer unit include aro- 
matic dicarboxylic acids such as isophthalic acid (IPA). phthalic acid. naphthalene^Jicarboxylic acid 
d.phenyldicarboxyl.c acid, diphenoxyethanedicarboxylic acids, bibenzoic acid, and aliphataic or alicyclic dicarboxylic 
acids such as adipic acid, sebacic acid, azelaic acid, decanedicarboxylic acid and cyclohexanedicarboxylic acid In 
addition various multifunctional compounds such as trimethylorpropane. pentaerythritol. trimellrtic acid and trimesic 
acid can be copolymerized with the polyethylene terephthalate polymer. 

The polyethylene terephthalate polymers may contain other compatible additives and ingredients which do not 
adversely affect the performance characteristics of the container, such as adversely affecting the taste or other proper- 
ties of products packaged therein. Examples of such ingredients include thermal stabilizers, light stabilizers, dyes pig- 
ments, plastiazers. fillers, antitoxidants. lubricants, extrusion aids, residual monomer scavengers and the like 

The intnnsic viscosity (I.V.) effects the processability of the polyester resins. Polyethylene terephthalate having an 
intrinsic viscosity of about 0.8 is widely used in the CSD industry. Resins for various applications may range from about 
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0.55 to about 1 .04, and more particularly from about 0.65 to 0.85. Intrinsic viscosity measurements are made according 
to the procedure of ASTM D-2857, by employing 0.0050*0.0002 g/ml of the polymer in a solvent comprising o-chloroph- 
enol (melting point 0°C), respectively, at 30°C. Intrinsic viscosity (I.V.) is given by the following formula: 

where: 

v Soin. IS tne viscosity of the solution in any units; 
10 Vsoi is the viscosity of the solvent in the same units; and 

C is the concentration in grams of polymer per 100 mis of solution. 

The preform for making the high-transparency refill bottle of this invention should be substantially amorphous, 
which for PET means up to about 10% crystal linity, preferably no more than about 5% crystallinity, and more preferably 

15 no more than about 2% crystallinity. The substantially amorphous or transparent nature of the preform may alternatively 
be defined by a percent haze (H T ) of no more than about 20%, preferably no more than about 1 0%, and more preferably 
no more than about 5%. The substantially amorphous preform may be a single layer or multi-layer (e.g., with barrier lay- 
ers for 0 2 resistance and/or C0 2 retention) preform made according to well-known injection processes, such as those 
described in U.S. Patent 4,710,1 18 granted December 1, 1987 to Kirshnakumar et al. 

20 During injection molding of the preform, the hot injected preform may be quenched to room temperature and then 
reheated to within the orientation temperature range before the distension step, i.e., reheat stretch blow process. Alter- 
natively, the hot injection molded preform may be partially quenched and allowed to equilibriate within the orientation 
temperature range prior to distending, i.e., integrated process. The substantially amorphous preform is then expanded 
which produces orientation and crystallization in the sidewall of the container. The extent of stretching can be varied 

25 depending on the desired shape and wall thickness of the blown container and is controlled by affixing the relative 
dimensions of the initial preform and the finished container. The distension step should be carried out in the molecular 
orientation temperature range for the polyester material being employed. Generally speaking, molecular orientation of 
an orientable thermoplastic material occurs over a temperature range varying from just above the glass transition tem- 
perature (that temperature or narrow temperature range below which the polymer is in a glassy state) up to just below 

30 the melt temperature of the polymer. As a practical matter, the formation of oriented containers is carried out in a much 
narrower temperature range, known as the molecular orientation temperature range. The reason for this is that when 
the temperature is too close to the glass transition temperature, the material is too stiff to stretch in conventional 
processing equipment When the temperature is increased the processibiltty improves greatly, but a practical upper limit 
is reached at or near the temperature at which large aggregates of crystallites called spherulites begin to form, because 

35 the orientation process is adversely affected by spherulite growth. For substantially amorphous polyester material, the 
molecular orientation range is typically from about 1 1 to 36°C (20 to 65°F), and more preferably from about 1 7 to 22°C 
(30 to 40°F), above the glass transition temperature of the polyester material. Typical amorphous PET polymer, which 
has a glass transition temperature of about 76°C (1 68°F), generally has an orientation temperature range of about 91 °C 
(1 95°F) to about 96°C (205°F). 

40 Other factors important in the manufacture of ref illable polyester beverage bottles are described in U.S. Patent Nos. 
4,334,627 to Kirshnakumar et al. granted June 15. 1982, U.S. Patent 4,725.464 to Collette granted February 16, 1988, 
and U.S. Patent 5,066,528 to Krishnakumar et al. granted November 19, 1991. 

As a further alternative, a multilayer preform described in a commonly assigned and copending Serial No. 
07/909,961, entitled "Multi- Layer Ref illable Container, Preform And Method Of Forming Same," filed by inventors Col- 

45 lette et al, on July 7, 1992, and a continuation-in-part application thereof filed on the same date as this application can 
be used in combination with the process of this invention. In addition to use of a high-copolymer (4-6%) core layer 
between low-copolymer (0-2%) inner and outer layers, other multilayer containers may include barrier, high thermal sta- 
bility, recycle or post-consumer PET, or other layers. 

As previously described, the plastic container of this invention is preferably made of polyethelene terephthalate 

so (PET). However, other thermoplastic polyester resins may be used. The materials, wall thicknesses, preform and bottle 
contours, and processing techniques may all be varied for a specific end product, while stilt incorporating the substance 
of this invention, The container may be for other pressurized or unpressurized beverages (such as beer, juice or milk), 
or for non-beverage products. The benefits of the invention, for example the improved stress crack resistance at ele- 
vated temperatures, may be particularly suitable for use as a hot-fill container, such as described in U. S. Patent No. 

55 4,863,046 to Collette et al. granted September 5. 1989. Hot-fill containers typically must withstand elevated tempera- 
tures on the order of 82.22-85°C (180-185°F) (the product filling temperature) and positive internal pressures on the 
order of 0.13-0.34 bar (2-5 psi) (the filling line pressure) without substantial deformation (i.e.. volume charge of no 
greater than about 1%). 

Thus, although several preferred embodiments of this invention have been specifically illustrated and described 
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herein, it is to be understood that variations may be made in the preform construction, materials, the container construc- 
tion and methods of forming the container without departing from the scope of the invention as defined by the appended 
claims. 

5 Claims 

1. A method of making a container (10; 110) having a sidewall (18; 118) and base (16; 116), said method including 
providing a substantially amorphous polyester preform body (50) having a sidewall-forming section (58) and a 
base-forming section (56), wherein the sidewall-forming section (58) is within the orientation temperature range of 
10 the polyester, biaxially expanding the sidewall-forming section to form an expanded sidewall and heating the side- 
wall to crystallize the same, characterized in that: 

during a first biaxially expanding step the sidewall-forming section (58) is expanded to form a first intermediate 
article (70) having an expanded intermediate sidewall (72, 74) with dimensions substantially equal to or greater 
is than the dimensions of the final container sidewall (18; 1 1 8), while the base-forming section (76) remains sub- 

stantially unchanged in dimensions; 

during the next heating step a second intermediate article (80) is formed wherein the expanded intermediate 
sidewall (72, 74) is heated to crystallize and contract the same (82, 84) below the dimensions of the final con- 
tainer sidewall (18; 118), while the base-forming section (86) remains substantially amorphous and substan- 
20 tially unchanged in dimensions; and 

during a second expanding step the contracted intermediate sidewall (82, 84) and base-forming section (86) 
are expanded while in the orientation temperature range to the final dimensions of the container sidewall (18* 
118) and base (16; 116). 

25 2. The method of claim 1 , wherein during the heating step the base-forming section (86) is shielded to deter crystal- 
lization of the base-forming section. 

3. The method of any one of claims 1 and 2, wherein during the heating step a centering rod (208) is provided within 
the second intermediate article (80) which contracts along with the contracting intermediate article. 

4. The method of any one of claims 1 to 3, wherein during the heating step the internal pressure in the intermediate 
article (80) is controlled to promote uniform contraction. 

5. The method of any one of claims 1 to 4, wherein the first expanding step is a blow molding into a first outer mold 
(214) having an upper portion (218) at a first temperature for engaging the expanded intermediate sidewall (72, 74), 
and a lower portion (220) for engaging the base-forming section (76) at a second temperature lower than the first 
temperature. 

6. The method of any one of claims 1 to 5, wherein the second expanding step is a blow molding into a second outer 
mold (240) having an upper portion (244) at a third temperature for engaging the sidewall (1 8; 1 1 8) of the container 
(10; 1 10) and a lower portion (246) for engaging the base (16; 116) at a fourth temperature equal to or lower than 
the third temperature to deter crystallization of the base. 

7. The method of claim 1 , wherein the sidewall (18; 118) formed includes an upper tapered shoulder (20- 120) and a 
substantially cylindrical panel (22; 122), and wherein the heating and expanding produce an average cr'ystallinity in 
the panel (22; 122) of at least about 25%. 

8. The method of claim 7, wherein the base (1 6; 1 1 6) formed includes a thickened base portion (26, 28; 1 24) which 
is substantially thicker than the panel (22; 122) and having an average crystallinity of no greater than ^bout 10%. 

9. The method of claim 8. wherein the heating and expanding provide sufficient wall thickness, biaxial orientation and 
crystallinity to form a free-standing pressurizable container (10; 110). 

10. The method of claim 8, wherein the heating and expanding provide sufficient wall thickness, biaxial orientation and 
crystallinity to form a refillable free-standing pressurizable container (10; 1 10). 

1 1 . The method of claim 8, wherein the heating and expanding provide sufficient wall thickness, biaxial orientation and 
crystallinity to form a hot-fillable container (10; 110). 
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12. A container produced by the method of any foregoing claim, wherein the sidewall (18; 11 8) formed includes an 
upper tapered shoulder (20;120) and a substantially cylindrical panel (22;122), and the panel (22;122) has an aver- 
age crystallinity of at least about 25%. 

5 13. The container of claim 1 2, wherein at least a portion of the container base (1 6; 1 1 6) forms a thickened base portion 
(26, 28; 124) having a wall thickness at least about 3X greater than that of the panel (22; 122) and having an aver- 
age crystallinity of no greater than about 1 0%. 

14. The container of claim 13, wherein the container (10) is formed with a champagne base (16), and the thickened 
10 base portion includes a chime (28) and central dome (26). 

15. The container of claim 12, wherein the polyester is polyethylene terephthalate (PET). 

16. The container of claim 15, wherein the polyester is a homopolymer or copolymer of PET. 

15 

17. The container of claim 13, wherein the shoulder (20; 120) formed has an average crystallinity of about 20 to 30%, 
the panel (22; 122) formed has an average crystallinity of about 25% to 35%, and the thickened base portion (26, 
28; 124) formed has an average crystallinity of no greater than about 10%. 

20 18. The container of claim 17, wherein the panel (22; 122) formed has an average crystallinity of about 30 to 35%. 

19. The container of claim 18, wherein the panel (22; 122) formed has a wall thickness of about 0.5 to about 0.8mm. 

20. The container of claim 19, wherein at least a portion of the container base (16; 1 1 6) forms a thickened base portion 
25 (26,28;124) having a wall thickness at least about 3X greater than that of the panel (22;122) and having an average 

crystallinity of no greater than about 10%, whereby the container (10;1 10) formed can withstand at least 10 refill 
cycles in a caustic wash at a temperature of greater than 60°C without crack failure. 

21. The container of claim 20, wherein the container (10; 1 10) formed can withstand at least 20 refill cycles in a caustic 
so wash at a temperature of greater than 60°C without crack failure. 

22. The container of any one of claims 20 to 21, wherein the container (10; 1 10) formed can withstand the designated 
refill cycles with a maximum volume change of about ± 1 .5%. 

35 23. The container of claim 12, wherein the container (10; 110) formed is a free-standing biaxial ly-oriented pressurized 
PET container. 

24. The container of claim 12, wherein the container (110) is formed with a footed base (1 16) having a substantially 
hemispherical bottom wall (129), the bottom wall including a central thickened base portion (124) having a wall 

40 thickness which is at least about 3X the thickness of panel (122) and having an average crystallinity of no greater 
than about 10%, and a thinner outer base portion (131) with radial ribs (130) and downwardly-extending legs (125) 
which terminate in lowermost supporting feet (128). 

25. The container of claim 24, wherein the thinner outer base portion (131) has an average crystallinity of from about 
45 10-20%. 

26. A method of making a container (10*; 110") having a sidewall (18'; 1 18") and base (16'; 116% said method including 
the steps of providing a substantially amorphous polyester preform body (50*) having a sidewall-forming section 
(58*) and a base-forming section (56*), wherein the sidewall-and base-forming sections are within the orientation 

so temperature range of the polyester, biaxially expanding the sidewall-forming section to form an expanded sidewall 
and heating the sidewall to crystallize the same, characterized in that: 

during a first biaxially expanding step the sidewall-forming section (58*) is expanded to form a first intermediate 
article (70*) having an intermediate expanded sidewall (72\ 74*) with dimensions substantially equal to or 
55 greater than the dimensions of the final container sidewall (i 8*. 118*), and expanding the base-forming section 

(76*) up to substantially the same dimensions as the final container base (16'; 116'); 
during the next heating step a second intermediate article (80*) is formed wherein the expanded intermediate 
sidewall (72\ 740 is heated to crystallize and contract the same (82\ 840 below the dimensions of the final con- 
tainer sidewall (Iff, 1 180, while the base (860 substantially maintains its dimensions and percent crystallinity; 
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and 



during | a second expanding step the contracted intermediate sidewall (82-. 84) is expanded while in the orien- 
tation temperature range to the final dimensions of the container sidewall (18'. 118"). while the base (Iff 1 161 
substantially maintains Hs dimensions and percent crystallinfty. 

27. The method of claim 26. wherein during the heating step the base (86} is shielded in order to substantially maintain 
its dimensions and percent crystallinity. 

28. "nie method of any one of claims 26 and 27. wherein during the heating step the base (867 is cooled in order to 
substantially maintain its dimensions and percent crystallinity. 

29. The method of claim 28.wherein the heating step includes heating the base (86-) to at least partially relieve any 
strain generated in the base during the first expanding step. i pamaiiy relieve any 

30. fne method of claim 26 or claim 27. wherein during the heating step a centering rod (208) is provided within the 
second intermediate article (80) which contracts along with the contracting intermediate article. 

31 " mi^^3 ne °' ?S 26 ' " 3nd 30 ' Wherei " dU " n9 the heating s,e P * 6 in1ernal P ressur « j " *e inter- 
mediate article (80") is controlled to promote uniform contraction. 

W ' ° ne ° f daimS 26 ' 21 • 30 and 31 ' wherein ,iret ending step is a blow molding into a first 

2? 7 T^i 2 ^ 

S me first temped 

M ' Tse^ o^ZhT^?^ 8 26 ' 27 ■ 30 31 32 ' Wh6rein th8 S6COnd 8Xpandin ° s,e P is a Wow ™ Wi "9 '"to 
Itaw*!^^ S^iSnr. POrt, ° n (M4 > at 3 * W temperature for engaging the sidewall I (Iff; 
1 18") of the container (10 ; 1 10-) and a lower portion (246') for engaging the base (16'; 1 16") at a fourth temperature 
equal to or lower than the third temperature to deter crystallization of the base. lemperature 

34. The method of claim 26. wherein the sidewall (Iff; 1 18) formed includes an upper tapered shoulder (20- 120') and 

35. The method of claim 34. wherein the base (16'; 116") formed includes a thickened base portion (26 28- 1241 
whjch is substantially thicker than the panel (22- 122") and having an average crystallinity ofno greater than about 



36. The method of claim 35. wherein the heating and expanding provide sufficient wall thickness, biaxial orientation 
and crystallinity to form a free-standing pressurizable container (10; 1 101 

37 ' IS^S? £?£ 351 ^r'" ** hea1in9 and expanding provide suf,ident wa " thickness, biaxial orientation 
andcrystalhnrty to form a refillable free-standing pressurizable container(10- 110). 

381 ™J ? **" 35- ""^in me "eating and expanding provide sufficient wall thickness, biaxial orientation 

and crystallinity to form a hot-fillable container (10- 110). . » « wuauon 

^ l^ n ^JS 1 °i 11 2L 10 : 1101 bei " 9 3 ******* transparent, biaxially-oriented. free-standing. Wow-molded 
polyester body^ the body having a sidewall (18; 1 18; iff: 1 18) with an upper tapered shoulder (20 120- 20- 120) 

S^SS^ ? M,Cai - T' (22: 122: 22 " 122>) - ind a base < 1 * 1 16 ^- 1 «!■ characJeri ed by the base 
%SL rfT ba 1 Se P° rt, ° n (26 ' 28: 124: 26 '' 28 ' 1 24 > a threes at least about 3X greater than the 

££ e 2 T 122: ^ 122% th9 ^ havin9 an avera " of " least about 25% and the 

tnicKened base portion having an average crystallinity of no greater than about 10%. 

40. The container of claim 39. wherein the base is a champagne base (16; 16). and the thickened base portion com- 
pnses a central dome (26; 26). and a chime (28; 28). ^ 

41 " f^Jn wherei " the 13386 fe a t0 °ted base (116; 116). having a substantially hemispherical bot- 

tom wall (129. 129) and downwardly-extending legs (125; 125) which terminate in lowermost supporting feet (128; 
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12& 1 ), and the thickened base portion comprises a central portion (124; 124) of the hemispherical bottom wall. 

42. The container of claim 41 , wherein the base further includes a substantially thinner base portion (1 31 ; 1 31 ), com- 
pared to the thickened base portion (124; 124*), including the legs, feet and ribs in the bottom wall between the legs, 

5 the thinner base portion having an average crystallinity of from about 1 0-20%. 

43. The container of claim 39, wherein the panel (22; 122; 22'; 122*) has an average crystallinity of about 30-35%. 

44. The container of claim 39, wherein the container (10; 1 10; 10'; 1 10*) can withstand at least 10 refill cycles in a caus- 
10 tic wash at a temperature of greater than 60°C without crack failure. 

45. The container of claim 44, wherein the container (10; 110; 10'; 110*) can withstand at least 20 refill cycles in a caus- 
tic wash at a temperature of greater than 60°C without crack failure. 

15 46. The container of claim 44 or claim 45. wherein the container (10; 110; 10'; 110*) can withstand the designated refill 
cycles with a maximum volume change of about ± 1 .5%. 

47. The container of claim 39. wherein the polyester is a homopolymer or copolymer of polyethylene terephthalate 
(PET). 

20 

48. The container of claim 47. wherein the panel (22; 122; 22'; 122*) has an average wall thickness of about 0.50- 
0.80mm and an average crystallinity of about 30-35%, and the thickened base portion (26, 28; 124; 26', 28'; 124*) 
has an average wall thickness of about 2.0-4.0mm and an average crystallinity of no greater than about 10%. 

25 49. The container of claim 39, wherein the container (10; 110; 10'; 110') is a free-standing biaxially-oriented pressu- 
rized PET container. 

50. The container of claim 39, wherein the container (10; 1 10; 10'; 1 10) is a hot-fill container. 
30 51. The container of claim 12 or claim 39, wherein the polyester is bottle grade PET. 

52. The container of claim 51 .wherein the container has a multilayer sidewall (1 8; 1 1 8; 1 8'; 1 1 8*) including at least one 
layer of a material selected from the group consisting of barrier, high thermal stability, recycle PET and post-con- 
sumer PET. 

35 

53. The container of claim 12, wherein the panel (22,122) formed has an average crystallinity of at least about 30%. 

54. The container of claim 39. wherein the panel (22;122;22';122) has an average crystallinity of at least about 30%. 
40 PatentansprQche 

1. Verfahren zum Herstellen eines Behaiters (10; 110) mit einer Seitenwand (18; 118) und einer Basis (16; 116), bei 
dem man einen im wesentlichen amorphen Polyester-Vorformling (50) mit einem seitenwandbildenden Bereich 
(58) und einem basisbildenden Bereich (56) vorgibt, wobei der Seitenwandbildende Bereich (58) sich im Orientie- 

45 rungstemperaturt ereich des Polyesters befindet, den seitenwandbildenden Bereich biaxial aufweitet. urn eine auf- 
geweitete Seitenwand zu bikJen, und die Seitenwand erwdrmt, urn sie zu kristallisieren, dadurch gekennzelchnet, 
daB man in einem ersten biaxialen Aufweitschritt den seitenwandbildenden Bereich (58) aufweitet, urn einen ersten 
Zwischenartikel (70) herzustellen, dessen aufgeweitete Zwischen-Seitenwand (72, 74) Abmessungen aufweist die 
im wesentlichen gleich oder grOBer sind als die Abmessungen der Seitenwand (18; 118) des endgultigen Behai- 

so ters, wahrend die Abmessungen im basisbildenden Bereich (76) im wesentlichen unverandert bleiben, 

im nachfolgenden Erwarmungsschritt einen zweiten Zwischenartikel (80) ausbildet, wobei man die aufgewei- 
tete Zwischen-Seitenwand (72, 74) erwarmt, urn sie zu kristallisieren und unter die Abmessungen der Seiten- 
wand (18; 118) des endgultigen Behaiters zu kontraktieren (82, 84), wahrend der basisbildende Bereich (86) 
ss im wesentlichen amorph und in den Abmessungen im wesentlichen unverandert bleibt, und 

in einem zweiten Aufweitschritt die kontrahierte Zwischen-Seitenwand (82, 84) und den basisbildenden 
Bereich (86), die sich innerhalb des Orientierungstemperaturbereichs befinden, auf die endgultigen Abmes- 
sungen der Seitenwand (18; 118) und der Basis( 16; 1 16) des Behaiters aufweitet 
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2. 



!^^S, AnSPrU< ? 1 ' ^ dem der tesisbildende Bereich <*> *»«nd des Erwarmens abgeschirmt wird. 
urn eine Kristallisierung desselben zu verhindern. 

^ zSr*l!, ^9 ehende " AnSpr0Ch8 1 Und 2 ' ba ' dem ^ "ahrend des Erwarmens im zwerten 

toTahST e ' nen (208) voratoht der 9 emeins ™ mil dem tontrahierenden Zwischenartikel 

4 ' "f h 6inem ^ Ansp^ 6 1 bis 3- bei dem im Erwarmungsschritt der Druck im Zwischenartikel (80) 

geregelt wird. urn eine gleichmaBige KbntraWion zu gewahrleisten. 

5. Verfahren nach einem der AnsprOche 1 bis 4, bei dem es sich beim ersten Aufweitschritt urn ein Blasformen in eine 

w^tA ^ ? rm <£ 4) diB ^ obaran ™ (218) auf einer ««" Tem P^ * an T ^ 

wertete Zwischen-Sertenwand (72, 74) anlegt, und einen unteren Teil (220) aufweist der sich mh einer zweiten 
Temperatur. die niedriger als die erste Temperatur ist. an den basisbildenden Bereich (76) anlegt 

6 ' ^nlfJT^ e j nem ? r A " spr0che 1 bis 5 - w dem es sich beim zweiten Aufweitschritt urn ein Blasformen in 
einer zweiten auBeren Form (24) handelt. die einen oberen Teil (244) auf einer drftten Temperatur. die sich an d e 

SKES * 118) ^ ? eh8lterS 110) an,e9t - Und 6inen urteren Teil < 246 ) a ^der si* an diesis 
lis!er^ 

? " IS? IT^ 1 " aCh Anspruch J' bei dem die fertl '8 9 efor ^ Seitenwand (18; 118) eine venungte obere Schulter (20; 
ri.^ iT 5 r We ! ent '^ h ! n zy,indrischen Martel < 22 : 1 22) aufweist wobei das Erwarmen und Aufwehen im 
Mantel (22; 122) eine durchschnittliche Kristallinitat von mindestens etwa 25% erzeugen. 

8. Verfahren nach An^mch 7. b^^ 

ZSTSSoT"^ als der Mantel (22: 1 ^ ist und in dem die Kristal,inrtat im Durchschn * *" ™™ 

9. Verfahren nach Anspruch 8. bei dem infolge der Warme- und der Aufweitbehandlung eine Wanddicke biaxiale Ori- 
(10:To) auS SST" entS,ehe ' 1, ^ aUSreiChen ' Um ^ freist ehenden drucKbeaufschla^rB^er 

10. Verfahren nach Anspruch 8, bei dem infolge der Warme- und der Aufweitbehandlung eine Wanddicke biaxiale Ori- 

12 " w«2 i V fo r ? hren l neS dSr vor 9 ehenden AnsprOche hergestellter Behalter. bei dem die fertig geformte Seiten- 

!ZL£i k • ZZ Ven ° n9te SchuBer (20: 120) und einen im wesentlichen zylindrischen Mantel (22 122) 
aufweist wobe. letzterer eine Kristallinitat von im Durchschnitt mindestens etwa 25 % aufweist. 

13 ' f^^bS^ 12 'l F 2T T" ndeStenS TeHder Beha)t8rbaSis < 16 = 1 16 > einen verdickten Basisbereich 
u \ J? ~ ' u dem d ' e Wandd,cke mindestens etwa dreimal groBer als die des Mantels (22- 122) und die 
Kristallinitat im Durchschnitt nicht hoher als etwa 1 0 % ist 

14. Behalter nach Anspruch 1 3. bei dem der Behalter (10) mit einem Champagner-FuB (16) ausgefuhrt ist und der ver- 
dickte Fu8bere.ch einem Glockenbereich (28) und eine mittige AufwOlbung (26) aufweist. 

15. Behalter nach Anspruch 12, bei dem der Polyester Polyethylenterephthalat (PET) ist. 

16. Behalter nach Anspruch 165, bei dem der Polyester ein PET-Homo- Oder Copolymer ist 

1 7 " e^bfefn 2T?J 3 ' b 2 dem . die ferti9 96formte ***** (20: 120 > *» durchschnittliche Kristallinitat von 
StfSf R?' k ,ert, h 9 / 9eformte Mantel (22: 122) einedurchschnittliche Kristallinitat von etwa 25 bis 35% una 
der verdickte Bas.sbere.ch (26. 28; 124) eine durchschnittliche Kristallinitat von nicht mehr als etwa 10 % auto* 

Sen. 
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18. Behaiter nach Anspruch 17, bei dem der fertig geformte Mantel (22; 122) eine durchschnittliche Kristallinitat von 
etwa30 bis 35% hat. 

19. Behaiter nach Anspruch 18. bei dem der fertig geformte Mantel (22; 122) eine Wanddicke von etwa 0,5 bis etwa 
5 . 0,8 mm hat. 

20. Behaiter nach Anspruch 1 9, bei dem mindestens ein Teil der Behaitertasis (1 6; 1 1 6) einen verdickten Basisbereich 
(26, 28; 124) bildet, in dem die Wanddicke mindestens dreima! grOBer als im Mantel (22; 122) und die Kristallinitat 
im Durchschnitt nicht hOher als etwa 10 % sind, sodaB der fertig geformte Behaiter (10; 1 10) in Atzwaschlauge bei 

10 einer Temperatur von mehr als 60 °C mindestens 10 NeufullzyWen ohne RiBversagen widersteht. 

21 . Behaiter nach Anspruch 20, bei dem der fertig geformte Behaiter (1 0; 1 1 0) in Atzwaschlauge bei einer Temperatur 
von mehr als 60 °C mindestens 20 NeufullzyWen ohne RiBversagen widersteht. 

15 22. Behaiter nach einem der Anspruche 20 bis 21 , bei dem der fertig geformte Behaiter (10; 110) den angegebenen 
NeufullzyWen bei einer maximalen Volumenanderung von etwa ±1 ,5 % widersteht. 

23. Behaiter nach Anspruch 12, bei dem der fertig geformte Behaiter (10; 110) ein freistehender, biaxial orientierter 
und druckbeaufschlagbarer PET-Behaiter ist. 

20 

24. Behaiter nach Anspruch 12, bei dem der Behaiter (110) mit einer mit FuBen versehenen Basis (116) mit einer im 
wesentlichen halbkugelfflrmigen Unterseite (129) ausgefuhrt ist, die einen mittigen verdickten Basisbereich (124) 
mit der mindestens dreifachen Wanddicke des Mantels (122) und einer durchschnittlichen Kristallinitat von nicht 
mehr als etwa 10 % sowie einen dunneren duBeren Basisbereich (131) mit radialen Rippen (130) und abwarts vor- 

25 stehenden Beinen (125) aufweist, die unten zu tragenden FuBen (128) auslaufen. 

25. Behaiter nach Anspruch 24, bei dem der dunnere duBere Basisbereich (13) eine durchschnittliche Kristallinitat von 
etwa 10 bis 20 % aufweist. 

30 26. Verfahren zum Herstellen eines Behaiters (10'; 110 1 ) mit einer Seitenwand (18'; 118*) und einer Basis (16*; 116% 
bei dem man einen im wesentlichen amorphen Polyester-Vorformling (50") mit einem seitenwandbildenden Bereich 
(58*) und einem basisbildenden Bereich (56") vorgibt, wobei der seitenwand- und der basisbildende Bereich sich im 
Orientierungstemperaturbereich des Polyesters befinden, den seitenwandbildenden Bereich biaxial aufweitet, um 
eine aufgeweitete Seitenwand zu bilden, und die Seitenwand erwarmt, um sie zu kristallisieren, dadurch gekenn- 

35 zelchnet, daB man 

in einem ersten biaxialen Aufweitschritt den seitenwandbildenden Bereich (58*) aufweitet, um einen ersten 
Zwischenartikel (70*) herzustellen, dessen aufgeweitete Zwischen-Seitenwand (72', 74*) Anmessungen auf- 
weist, die im wesentlichen gieich oder grafter sind als die der Seitenwand (18'; 118') des endgOltigen Behai- 
40 ters, und den basisbildenden Teil (76*) auf im wesentlichen die gleichen Abmessungen wie die der Basis (16*; 

116*) des fertig geformten Behaiters aufweitet; 

im nachfolgenden Erwarmungsschritt einen zweiten Zwischenartikel (80) ausbildet, wobei man die aufgewei- 
tete Zwischen-Seitenwand (72', 74*) erwarmt, um sie zu kristallisieren und unter die Abmessungen der Seiten- 
wand (1 8'; 1 1 S 1 ) des endgultigen Behaiters zu kontraWieren (82\ 84'), wahrend der basisbildende Bereich (86') 
45 seine Abmessungen und seine prozentuale Kristallinitat im wesentlichen beibehait, und 

in einem zweiten Aufweitschritt die korrtrahierte Zwischen-Seitenwand (82', 84*), wahrend sie sich im Orientie- 
rungstemperaturbereich befindet, auf die endgultigen Anmessungen der Seitenwand (18'; ^^S 1 ) aufweitet, 
wahrend die Basis (16'; 1 16*) ihre Abmessungen und ihre prozentuale Kristallinitat im wesentlichen beibehait. 

so 27. Verfahren nach Anspruch 26, bei dem im Erwarmungsschritt die Basis (86') abgeschirmt wird, um ihre Abmessun- 
gen und prozentuale Kristallinitat im wesentlichen zu erhalten. 

28. Verfahren nach einem der AnsprOch 26 und 27, bei dem im Erwarmungsschritt die Basis (86') gekuhlt wird, um ihre 
Abmessungen und prozentuale Kristallinitat im wesentlichen zu erhalten. 

55 

29. Verfahren nach Anspruch 28, bet dem man im Erwarmungsschritt die Basis (86') erwarmt, um wahrend des ersten 
AufweHschritts in der Basis entstandene Spannungen mindestens teilweise abzubauen. 

30. Verfahren nach Anspruch 26 oder 27, bei dem man wahrend des Erwarmens im zweiten Zwischenartikel (80') 
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einen Zentrierstab (2080 vorsieht, der gemeinsam mit dem kontrahierenden Zwischenartikel kontrahiert. 

31. Veilahren nach einem der Anspruche 26, 27 und 30. bei dem man wahrend des Erwarmens den Innendruck im 
Zwischenartikel (80') regelt. urn eine gleichmaBige Korrtraktion zu erzielen. 

32. Verfahren nach einem der Anspruche 26, 27, 30 und 31, bei dem der erste Aufweitschritt ein Blasformen in einer 
erste auBeren Form (2140 ist, die einen oberen Teil (2180 auf einer ersten Temperatur, die sich an den aufgewei- 
teten Zwischen-Seitenwand (72\ 74") anlegt, sowie einen unteren Teil (2200 aufweist. der sich mit einer zweiten 
Temperatur, die niedriger als die erste ist, an den basisbildenden Bereich (76*) anlegt. 

33. Verfahren nach einem der Anspruche 26. 27, 30, 31 und 32, bei dem es sich bei dem zweiten Aufweitschritt urn ein 
Blasformen in einer zweiten auBeren Form (240*) handelt, die einen oberen Teil (244*) mit einer dritten Temperatur. 
an den sich dae Seitenwand (18; 1180 des Berbers (10'; 110*) anlegt und einen unteren Teil (2460 aufweist, an 
den sich die Basis (16*; 1 16*) nut einer vierten Temperatur anlegt. die gleich Oder niedriger als die dritte Temperatur 
ist, urn ein Kristallisieren der Basis zu verhindern. 

34. Verfahren nach Anspruch 26, bei dem die fertig geformte Seitenwand (18'; 1 1 80 eine obere verjOngte Schulter (20*; 
12C) sowie einen im wesentlichen zylindrischen Mantel (22'; 122') aufweist und die Erwarmungs- und Aufwe'rtbe- 
handlung im Mantel (22'; 122') eine durchschnittliche Kristallinitat von mindestens etwa 25 % erzeugen. 

35. Verfahren nach Anspruch 34, bei dem die fertig geformte Basis (16'; 116') einen verdickten FuBbereich (26', 28; 
1 240 aufweist, der wesentiich dicker als der Mantel (22'; 1220 ist und in dem die durchschnittliche Kristallinitat nicht 
mehr als etwa 10 % betragt 

36. Verfahren nach Anspruch 35. bei dem die Erwarmungs- und die Aufweitbehandlung eine Wanddicke, biaxiale Ori- 
erttierung und Kristallinitat erzeugen, die ausreichen, urn einen freistehenden druckbeaufschlagbaren Behaiter 
(1O';11O0zubilden. 

37. Verfahren nach Anspruch 35, bei dem die Erwarmungs- und die Aufweitbehandlung eine Wanddicke, biaxiale Ori- 
entierung und Kristallinitat erzeugen, die ausreichen, urn einen wiederfOllbaren, freistehenden und druckbeauf- 
schlagbaren Behaiter (10'; 1 100 zu bilden. 

38. Verfahren nach Anspruch 35, bei dem die Erwarmungs- und die Aufweitbehandlung eine Wanddicke, biaxiale Ori- 
entierung und Kristallinitat erzeugen, die ausreichen, urn einen heiBfOllbaren Behaiter (10'; 1100 zu bilden. 

39. Behaiter (10; 110; 10'; 1 100 mit einem im wesentlichen transparenten, biaxial orientierten, freistehenden Wasge- 
for mten Polyesterrumpf mit einer Seitenwand (1 8; 1 1 8; 1 8'; 1 1 8) mit einer oberen verjOngten Schulter (20; 1 20; 20'; 
1200. einem im wesentlichen zylindrischen Mantel (22; 122; 22'; 1220 sowie einer Basis (16; 116; 16'; 1160, 
dadurch gekennzelchnet, daB die Basis einen verdickten Basisbereich (26, 28; 124; 26\ 28'; 1240 aufweist, des- 
sen Wanddicke mindestens etwa dreimal grOBer ist als die Dicke des Mantels (22; 122; 22'; 1220, und daB die Kri- 
stallinitat des Mantels im Durchschnitt mindestens etwa 25 % und die des verdickten Basisbereichs nicht mehr als 
etwa 10%betragen. 

40. Behaiter nach Anspruch 39, bei dem der FuB ein Champagner-FuB (1 6; 1 6') ist und der verdickte FuBbereich eine 
mittige WCIbung (26; 260 und einen Glockenbereich (28; 280 aufweist 

41. Behaiter nach Anspruch 39, bei dem die Basis (1 16; 1 160 FuBe sowie und eine im wesentlichen halbkugelfOrmige 
Unterseite (129; 1290 und abwarts vorstehende Beine (125; 1250 aufweist. die unten zu FOBen (128; 1280 auslau- 
fen, wobei der verdickte Basisbereich einen mittigen Bereich (124; 1240 der halbkugetfOrmigen Unterseite auf- 
weist 

42. Behaiter nach Anspruch 41, bei dem die Basis weiterhin einen im Vergleich zum verdickten Basisbereich (124; 
1240 wesentiich dunneren Basisbereich (131; 1310 mit Beinen, FOBen sowie Rippen in der Unterseite zwischen 
den Beinen aufweist wobei der dunnere Basisbereich eine durchschnittliche Kristallinitat von etwa 1 0 bis 20 % hat 

43. Behaiter nach Anspruch 39, bei dem der Mantel (22; 122; 22'; 1 220 eine durchschnittliche Kristallinitat von etwa 30 
bis 35 % hat 

44. Behaiter nach Anspruch 39, bei dem der Behaiter (10; 110; 10*; 110*) in Atzwaschlauge mit mehr als 60 °C Tempe- 
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ratur mindestens 10 WiederauffQIIzyWen ohne RiBversagen wldersieht. 

45. Behaiter nach Anspruch 44, bei dem der Behaiter (10; 1 10; 10'; 110*) in Atzwaschlauge mit mehr a!s 60 °C Tempe- 
ratur mindestens 20 WiederauffQIIzyWen ohne RiBversagen widersteht. 

5 

46. Behaiter nach Anspruch 44 oder 45, bei dem der Behaiter (10; 1 10; 10*; 1 10*) den angegebenen WiederfullzyWen 
mit einer maximalen Volumenanderung von etwa ±1 ,5 % widersteht. 

47. Behaiter nach Anspruch 39, bei dem der Polyester ein Homo- oder Copolymerisat von Polyethylenterephthalat 
10 (PET) ist. 

48. Behaiter nach Anspruch 47, bei dem der Mantel (22; 122; 22'; 122 1 ) eine durchschnittliche Wanddicke von etwa 
0,50 bis 0,80 mm und eine durchschnittliche Kristallinitat von etwa 30 bis 35 % aufweist, wahrend die Wanddicke 
und die Kristallinitat des verdickten Basisbereichs (26, 28; 124; 26\ 28'; 124') jeweils durchschnittlich etwa 2,0 bis 

15 4,0 mm bzw. nicht mehr als etwa 10 % betragen. 

49. Behaiter nach Anspruch 39, bei dem der Behaiter (10; 110; 10'; 110*) ein freistehender, biaxial orientierter und 
druckbeaufschlagbarer PET-Behaiter ist. 

20 50. Behaiter nach Anspruch 39, bei dem der Behaiter (10; 110; 10'; 1 10*) heiBfullbar ist. 

51. Behaiter nach Anspruch 12 oder 39, bei dem der Polyester ein PET in Flaschenqualitat ist. 

52. Behaiter nach Anspruch 51, bei dem der Behaiter eine mehrlagige Seitenwand (18; 118; 18'; 118*) aufweist, von 
25 der mindestens eine Schicht aus einem Werkstoff besteht, der aus der aus sperrschichtbildendem rezykeltem und 

"Post-consumer"-PET hoher Warmestabilitat bestehenden Gruppe gewahlt ist. 

53. Behaiter nach Anspruch 12, bei dem der fertig geformte Mantel (22; 122) eine durchschnittliche Kristallinitat von 
mindestens etwa 30 % aufweist. 

30 

54. Behaiter nach Anspruch 39, bei dem der Mantel (22; 122; 22'; 122") eine durchschnittliche Kristallinitat von minde- 
stens etwa 30 % aufweist. 

Revendications 

35 

1. Procede pour fabriquerun recipient (10 ; 110)ayant uneparoi laterale (18 ; 118) etunebase(16 ; 116), ledit pro- 
cede comprenant ies etapes consistant a : fournir un corps de preforme en polyester sensiblement amorphe (50) 
ayant une section de formation de la paroi laterals (58) et une section de formation de la base (56), dans lequei la 
section de formation de la paroi laterale (58) est a I'interieur de rintervalle de temperatures d'orientation du polyes- 
40 ter ; dilater biaxialement la section de formation de la paroi laterale pour former une paroi laterale dilatee ; et chauf- 
fer la paroi laterale pour cristalliser celle-ci ; caracterise en ce que : 

pendant une premiere etape de dilatation biaxiale, la section de formation de la paroi laterale (58) est dilatee 
pour former un premier article intermecliaire (70) ayant une paroi interntediaire dilatee (72, 74) de dimensions 

45 sensiblement egales ou superieur es aux dimensions de la paroi laterale du recipient final (1 8 ; 1 1 8) tandis que 

ta section de formation de la base (76) reste sensiblement inchangee en dimensions ; 
pendant I'etape su'rvante de chauffage, un second article intermediaire (80) est forme, dans lequei la paroi late- 
rale intermediate dilatee (72, 74) est chauffee pour cristalliser et contracter celle-ci (82, 84) au-dessous des 
dimensions de la paroi laterale (18. 1 18) du recipient final, tandis que la section de formation de la base (86) 

so reste sensiblement amorphe et sensiblement inchangee en dimensions ; et 

pendant une seconde 6tape de dilatation, la paroi laterale intermecliaire contractee (82, 84) et la section de for- 
mation de la base (86) sont dilatees, alors qu'elles sont dans rintervalle de temperature d'orientation, jusqu'aux 
dimensions finales de la paroi laterale (1 8 ; 1 1 8) et de la base (1 6 ; 1 1 6) du recipient 

55 2. Procede selon la revendication 1 , dans lequei pendant I'etape de chauffage, la section de formation de la base (86) 
est protegee pour empecher la cristailisation de la section de formation de la base. 

3. Procede selon I'une quelconque des revendications 1 et 2, dans lequei pendant I'etape de chauffage une tige de 
centrage (208) est prevue dans le second article intermediaire (80) laquelle se contracte lorsque Particle interme- 
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diaire se contracte. 

4. Procede selon I'une quelconque des revendications 1 k 3, dans lequel pendant I'etape de chauffege, la pression 
interne dans I'article intermediaire (80) est r§g!6e pour favoriser une contraction uniforme. 

5. Proc6d6 selon Tune quelconque des revendications 1 k 4, dans lequeJ la premiere 6tape de dilatation est une extru- 
sion-soufflage dans un premier moule exteme (214) ayant une parte superieure (218) k une premiere temperature 
pour recevoir la parte laterale intermediate dilatee (72, 74), et une partie inferieure (220) pour recevoir la section 
de formation de la base (76) k une seconde temperature inferieure k la premiere temperature. 

6. Procede selon I'une quelconque des revendications 1 k 5, dans lequel la seconde etape de dilatation est une extru- 
sion-souff lage dans un second moule externe (240) ayant une parte sup6rieure (244) k une troisteme temperature 
pour recevoir la paroi laterale (18 ; 118) du recipient (10 ; 1 10) et une partie inf6rieure (246) pour recevoir !a base 
(16 ; 1 16) k une quatrieme temperature egale ou inf6rieure k la troisieme temperature pour empScher la cristalli- 
sation de la base. 

7. Procede selon la revendication 1 , dans lequel la paroi Iat6rale (18 ; 1 18) form6e comprend un epaulemerrt avec 
retrecissement (20 ; 1 20) et un panneau sensiblement cylindrique (22 ; 122), et dans lequel le chauffage et la dila- 
tation produisent une cristallinite moyenne dans le panneau (22 ; 122) d'au moins environ 25 %. 

8. Procede selon la revendication 7, dans lequel la base (16 ; 116) form6e comporte une parte de base 6paissie (26. 
28 ; 124) qui est sensiblement plus epaisse que le panneau (22 ; 122) et a une cristallinite moyenne de pas plus 
d'environ 10%. 

9. Precede selon la revendication 8, dans lequel le chauffage et la dilatation procurent suffisamment d'6paisseur de 
paroi. d'orientation biaxiale et de cristallinite pour former un recipient auto-supportant pouvant §tre mis sous pres- 
sion (10 ; 110). 

10. Procede selon la revendication 8. dans lequel le chauffage et la dilatation procurent suffisamment d'epaisseur de 
paroi, d'orientation biaxiale et de cristallinite pour former un recipient auto-supportant. pouvant etre mis sous pres- 
sion, qui peut etre rempli k nouveau (1 0 ; 1 1 0). 

1 1 . Procede selon la revendication 8, dans lequel le chauffage et la dilatation procurent suffisamment d'epaisseur de 
paroi. d'orientation biaxiale et de cristallinite pour former un recipient qui peut etre rempli k chaud (10 ; 1 10). 

12. Recipient produit par le procede d'une revendication pr6c6dente quelconque, dans lequel la paroi laterale (18 ; 
1 18) formee comporte un epaulement sup6rieur avec retrecissement (20 ; 120) et un panneau sensiblement cylin- 
drique (22 ; 122). et le panneau (22 ; 122) a une cristallinite moyenne d'au moins environ 25 %. 

13. Recipient de la revendication 12. dans lequel au moins une partie de la base du recipient (16; 116) forme une par- 
tie de base epaissie (26, 28 ; 124) ayant une epaisseur au moins trois fbis plus grande que celle du panneau (22 ■ 
1 22) et ayant une cristallinite moyenne de pas plus d'environ 10%. 

14. Recipient de la revendication 13, dans lequel le recipient (10) est forme avec une base en coupe de champagne 
(16), et la parte epaissie de la base comprend un jable (28) et un ddme central (26). 

15. Recipient de la revendication 12. dans lequel le polyester est du polyethylene t6r6phtalate (PET). 

16. Recipient de la revendication 15. dans lequel le polyester est un homopolymere ou un copolymere de PET. 

17. Recipient de la revendication 13. dans lequel repaulement (20 ; 120) forme a une cristallinite moyenne d'environ 
20 k 30 %, le panneau (22 ; 122) form6 a une cristallinite moyenne d'environ 25 % k 35 %, et la parte epaissie de 
la base (26, 28 ; 1 24) form6e a une cristallinite moyenne de pas plus d'environ 10 %. 

18. Recipient de la revendication 1 7. dans lequel le panneau (22 ; 122) forme a une cristallinite moyenne d'environ 30 
k 35 %. 

19. Recipient de la revendication 17. dans lequel le panneau (22 ; 122) forme a une epaisseur de paroi d'environ 0 5 
k environ 0,8 mm. 
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20. Recipient de la revendication 19, dans tequel au moins une partie de la base de recipient (16 ; 1 16) forme une par- 
tie 6paissie de la base (26, 28 ; 1 24) ayant une 6paisseur de paroi au moins environ trois fois plus grande que cede 
du panneau (22 ; 122) et ayant une cristallinite moyenne de pas plus d' environ 10 %, grace k quoi le recipient (10 
; 1 10) form6 peut r6sister k au moins 10 cycles de remplissage en lessrve alcaline k une temperature sup6rieure 

5 k 60°C sans defaut de fissure. 

21. R6cipient de la revendication 20, dans lequel le recipient (10 ; 110) forme peut r6sister k au moins 20 cycles de 
remplissage en lessive alcaline k une temperature sup&ieure k 60°C sans defaut de fissure. 

10 22. Recipient selon Tune quelconquedesrevendications 20 &21, dans lequel le recipient (10 ; 110) forme peut resister 
au nombre indique de cycles de remplissage avec une modification de volume maximale d'environ ± 1 ,5 %. 

23. Recipient de la revendication 12, dans lequel le recipient (10 ; 1 10) forme est un recipient en PET, sous pression, 
k orientation biaxiale, auto-supportant. 

75 

24. Recipient de la revendication 12, dans lequel le recipient (1 10) est forme avec une base sur pied (116) ayant une 
paroi de fond sensiblement hemispherique (129), la paroi de fond comportant une partie centrale de base 6paissie 
(124) ayant une epaisseur de paroi qui est au moins environ trois fois repaisseur du panneau (122) et ayant une 
cristallinite moyenne de pas plus d'environ 10 %, et une partie externe de base amincie (131) avec des cdtes radia- 

20 les (130) et des jambes s'etendant vers le bas (1 25) qui se terminent au plus bas en pieds supports (1 28). 

25. Recipient de la revendication 24, dans lequel la partie de base externe amincie (131) a une cristallinite moyenne 
d'environ 10^20%. 

25 26. Proc6de pour fabriquer un recipient (10* ; 110*) ayant une paroi Iat6rale (18* ; 118*) et une base (16* ; 116*), ledit 
precede comprenant les etapes consistant k fournir un corps de preforme en polyester sensiblement amorphe (50') 
ayant une section de formation de la paroi laterale (58') et une section de formation de la base (56 1 ). dans lequel 
les sections de formation de la paroi laterale et de la base sont dans I'intervalle de temperatures d'orientation du 
polyester, k dilater de manure biaxiale la section de formation de la paroi laterale pour former une paroi laterale 

so dilatee et k chauffer ta paroi laterale pour cristalliser celle-ci, caracterise en ce que : 

pendant une premiere 6tape de dilatation biaxiale. la section de formation de la paroi laterale (58) est dilatee 
pour former un premier article intermediate (700 ayant une paroi dilatee intermediate (72', 74*) de dimensions 
sensiblement 6gales ou sup6rieures aux dimensions de la paroi laterale (1 8\ 1 18") du recipient final, et la sec- 
35 tion de formation de la base (76) est dilatee jusqu'6 avoir sensiblement les m§mes dimensions que la base du 

recipiert final (16\* 116*) ; 

pendant retape de chauffage suivante, un second article intermediate (80) est forme dans lequel la paroi 
intermediate dilatee (72\ 74*) est chauff6e pour cristalliser et contractor celle-ci (82*, 84") au-dessous des 
dimensions de la paroi laterale (1 8' 1 1 8*) du recipient final, tandis que la bas (86') maintient sensiblement ses 
40 dimensions et son pourcentage de cristallinite ; et 

pendant une seconde 6tape de dilatation, la paroi laterale intermediate contractee (82\ 84') est dilatee alors 
qu'elle est dans I'intervalle de temperatures d'orientation jusqu'aux dimensions finales de la paroi laterale du 
recipient (18\ 118'), tandis que la base (16\ 1 16*) maintient sensiblement ses dimensions et son pourcentage 
de cristallinite. 

45 

27. Proc6d6 selon la revendication 26, dans lequel pendant retape de chauffage, la base (86') est protegee afin de 
maintenir sensiblement ses dimensions et son pourcentage de cristallinite. 

28. Procede selon Tune queiconque des revendications 26 et 27, dans lequel pendant retape de chauffage, la base 
so (86*) est ref roidie afin de maintenir sensiblement ses dimensions et son pourcentage de cristallinite. 

29. Procede selon la revendication 28. dans lequel retape de chauffage comprend le chauffage de la base (86) pour 
relftcher au moins partieltement toute contrainte cr6e dans la base pendant la premiere etape de dilatation. 

55 30. Procede selon la revendication 26 ou la revendication 27, dans lequel pendant retape de chauffage, une tige de 
centrage (208') est pr6vue dans le second article intermediate (800, laquelle se contracte avec ('article interme- 
diate qui se contracte. 

31 . Procede selon l'une queiconque des revendications 26, 27 et 30, dans lequel pendant retape de chauffage, la pres- 
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sion interne de I'artde intermediate (80-) est reglee pour fevoriser une contraction uniforme. 

32. Precede selon Tune quelconque des revendications 26, 27, 30 et 31 , dans lequel la premiere etape de dilatation 
est une extrusion-soufflage dans un premier moule exteme (2140 ayant une parte superieure (218') a une pre- 
nraere temperature pour recevoir la paroi laterals intermediate dilatee (72\ 74), et une parte inf erieure (2201 pour 
recevo.r la section de formation de la base (76) a une seconde temperature plus basse que la premiere tempera- 

33. Precede selon I'une quelconque des revendications 26, 27, 30. 31 et 32, dans lequel la seconde etape de dilatation 
est une extruaon-soufflage dans un second moule exteme (240) ayant une parte siperieure (244) a une troi- 
s.eme temperature pour recevoir la paroi laterals (18'. 1 18) du recipient (10* ; 110') et une parte inferieure (246') 
pour neww la base (16' ; 1 16") a une quatrieme temperature egale ou inferieure a la troisieme temperature pour 
empecherlacristallisationdelabasa ^ ^ 

34. Precede selon la revendication 26. dans lequel la paroi laterals (Iff ; 1 18") formee comporte un epaulement sup6- 
neur avec r6treossement (20' ; 120") et un panneau sensiblement cyfindrique (22 1 ; 122), et dans lequel le chauf- 
fage et la dilatation produisent une cristallinite moyenne dans le panneau (22' ; 122") d'au moins environ 25 %. 

*" ^ 13 r ^ ndicat i° n 34 ' dans le " uel ,a tese (W : 1 16') formee comprend une parte de base epaissie 

pasplus d'environ ^ ensiblement p,us 6paisse <* ue le P 3 "" 63 " < 22 ' = 12S 0 et ayant une cristallinite moyenne de 

36. Precede selon la revendication 35. dans lequel le chauffage et la dilatation procurent suffisamment d'6paisseur de 
paro, d oner.tet.on b.axiale et de cristallinite pour former un recipient autc-supportant pouvant etre mis sous pres- 

OIWI I \ I v | I IU )■ 

37. Precede selon la revendication 35, dans lequel le chauffage et la dilatation procurent suffisamment d'epaisseur de 
paro.. d or.entat.on biaxiale et de cristallinite pour former un recipient auto-supportant. remplissaWe a nouveau 
pouvant etre mis sous pression (10'; 110). ' 

38. Precede selon la revendication 35. dans lequel le chauffage et la dilatation procurent suffisamment d'epaisseur de 
paroi, d orientation biaxiale et de cristallinite pour former un recipient remplissable a chaud (10' ; 1 10% 

M - TSf 1 10 ' : co^stituan, OTr P s «*> P 0 ^^ obtenu par extrusion-soufflage. auto-supportant. 

a onentetion biaxiale. sensiblement transparent le corps ayant une paroi laterals (18 ; 118 ; Iff ; 1 18) comportam 

SfS "IS "fT ^ r6tr6cissement & : 12 ° = 2 °' : ™1 « ™ Panneau sensiblement cylindrique (22 ; 
26 28 12? 6: 116: 1 6 ' = 11 ^ ^ art6ris6 e" c e^'abaseayantunepartiedebase^Lie 
l«s>. 28 . 124 . 26 . 28 , 124) avec une 6paisseur de paroi au moins environ trois fois plus grande que I'eoaisseur 
du panneau (22 ; 1 22 ; 22' ; 1 22). le panneau ayant une cristallinite moyenne d'au moins eLon 25 % eSptrte 
de base 6paissie ayant une cristallinite moyenne de pas plus d'environ 10 %. 

40. Recipient de la revendication 39. dans lequel la base est une base en coupe de champagne (16 ; 16). et la parte 
de base 6paissie comprend undftme central (26; 26). etunjaWe (28; 28). 

41 . Recipient de la revendication 39. dans lequel la base est une base sur pied (1 16 ; 1 16). ayant une paroi de fond 
sensiblement hemispherique (129 ; 1 29) et des jambes s'etendant vers le bas (1 25 ; 125)quiseterrrdnentauplus 

SJT^ tP^™ 1 128 °" 6t 13 Parfie de tese 6 P aissie ™ Parfie ceLle (124 ; St) de la 

paroi de fond h6misph6nque. 

42 ' rifi iPi ' a revend '. Cati0n *!' dans lec > uel ,a ba ^e comprend en outre une parte de base sensiblement aminde 
P' "7^*'f ,ent ' a de tese ^ss* < 124 : 124 ">' comprenant les jambes. les pieds et les 
cfitesde la parte de fond entre les jambes. la parte de base aminde ayant une cristallinite moyenne d'environ 10 

431 go^fgfi* 3 ' a revendica,ion 3 9. *« ^ panneau (22 ; 122 ; 22' ; 1 22) a une cristallinite moyenne d'environ 

l 6 ??!? dS ' a revendication 39 ' dans ^ le re =ipient (10 ; 1 10 ; 10' ; 110) peut r6sister a au moins 10 cycles 
de remplissage en lessive alcalme a une temperature superieure a 60»C sans d6faut de fissure. 
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45. Recipient de la revendication 44, dans lequel !e recipient (10 ; 1 10 ; 10' ; 110*) peut roister k au moins 20 cycles 
de remplissage en lessive alcaline k une temperature sup6rieure k 60°C sans d6faut de fissure. 

46. Recipient de la revendication 44, ou de la revendication 45. dans lequel le recipient (10 ; 1 1 0 ; 1 0* ; 1 10*) peut r6sis- 
s ter au nombre indique de cycles de remplissage avec une variation de volume maximale d'environ ± 1 ,5 %. 

47. Recipient de la revendication 39, dans lequel le polyester est un homopolym6re ou un copolymere de polyethylene 
terephtalate (PET). 

10 48. Recipient de la revendication 47, dans lequel le panneau (22 ; 122 ; 22' ; 122*) a une 6paisseur moyenne de paroi 
d'environ 0.50 k 0,80 mm et une cristallinite moyenne d'environ 30 k 35 %, et la partie de base epaissie (26, 28 ; 
124 ; 26', 28' ; 124") a une epaisseur moyenne de paroi d'environ 2,0 k 4,0 mm et une cristallinite moyenne de pas 
plus d'environ 10%. 

15 49. Recipient de la revendication 39, dans lequel le recipient (10 ; 110 ; 10' ; 110') est un recipient en PET auto-sup- 
portant k orientation biaxiale mis sous pression. 

50. Recipient de la revendication 39, dans lequel le recipient (10 ; 110 ; 10' ; 110*) est un recipient k remplissage k 
chaud. 

20 

51. Recipient selon la revendication 12 ou la revendication 39, dans lequel le polyester est du PET de la qualite pour 
bouteille. 

52. Recipient de la revendication 51, dans lequel le recipient a une paroi laterale (18 : 118 ; 18' ; 118') multicouches 
25 comprenant au moins une couche de materiau choisi dans le groupe constitu6 de materiaux : formant barriere, k 

stabilite thermique 6lev6e, de PET recycle et de PET post-consommation. 

53. Recipient de la revendication 12, dans lequel le panneau (22 ; 122) forme a une cristallinite moyenne d'au moins 
environ 30 %. 

30 

54. Recipient de la revendication 39, dans lequel le panneau (22 ; 122 ; 22' ; 122 1 ) a une cristallinite moyenne d'au 
moins environ 30 %. 
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